CO- ^ 

PATENT 



I ^ Docket No.3701-4000 

i h 

! ° Express Mail Label No. EJ607480444US 

IN THE UNITED STATES PATENT AND TRADEMARK OFFICE 

IJTTLTTY APPLICATION AND APPLICATION FEE TRANSMITTAL (1. 53(b) j \ 

ASSISTANT COMMISSIONER FOR PATENTS gj5j= 
Box Patent Application ^ CVIsi S 

Washington, D.C. 20231 gQQ=^ 



Sir: 

Transmitted herewith for filing is the patent application of ^ 

Named Inventor(s) and 

Address(es): Jes Broeng, Norgaardsvej 22B, 1. tv, DK-2800, Lyngby, Denmark 

Stig Eigil Barkou, Lyngbyvej 431 B, 1. tv, DK-2820, Gentofte, Denmark 

Anders Overgaard Bjarklev, 0rebjergvej 5, Gundsomagle, DK-4000, Roskilde, 
Denmark 

Title A PHOTONIC BAND GAP FIBER 

Enclosed are: 

[X] 53 page(s) of specification, 1 page(s) of Abstract, 24 page(s) of claims 

[ X] 82 sheets of drawing [ ] formal [ X ] informal 

[ ] page(s) of Declaration and Power of Attorney 

[ ] Unsigned 

[ ] Newly Executed 

[ ] Copy from prior application 

[ ] Deletion of inventors including Signed Statement under 37 CF.R. § 1.63(d)(2) 

[ ] Incorporation by Reference: The entire disclosure of the prior application, from which a copy of the combined 
declaration and power of attorney is supplied herein, is considered as being part of the disclosure of the 
accompanying application and is incorporated herein by reference. 

[ ] Microfiche Computer Program (Appendix) 

[ ] page(s) of Sequence Listing 

[ ] computer readable disk containing Sequence Listing 

[ ] Statement under 37 C.F.R. § 1.821(f) that computer and paper copies of the Sequence Listing are the 
same 

[ ] Claim for Priority 

[ ] Certified copy of Priority Documents) 



458830 1 



Docket No. 3701-4000 
Express Mail Label No. EJ607480444US 

[ ] English translation documents 
] Information Disclosure Statement 

[ ] Copy of cited references 

[ ] Copy of PTO- 1449 filed in parent application serial No. . 

[ ] Preliminary Amendment 

[ X ] Return receipt postcard (MPEP 503) 

[ ] Assignment Papers (assignment cover sheet and assignment documents) 

[ ] Charge Fee(s) to Deposit Account No. 13-4500. Order No. . A DUPLICATE COPY OF 

THIS SHEET IS ATTACHED. 

[ ] Assignment papers filed in parent application Serial No. . 

[ ] Certification of chain of title pursuant to 37 C.F.R. § 3.73(b). 

[X ] Priority of Dutch Application No. DK PA 1998 00779 . filed o n June 9. 1998 
is claimed under 35 U.S.C. § 119. 

[ ] Cancel in this application original claims of the parent application before calculating the filing 

fee. (At least one original independent claim must be retained for filing purposes.) 

[ ] A preliminary Amendment is enclosed. (Claims added by this Amendment have been properly 

numbered consecutively beginning with the number following the highest numbered original claim in the 
prior application. 

[ ] The status of the parent application is as follows: 

[ ] A Petition For Extension of Time and a Fee therefor has been or is being filed in the parent application to 
extend the term for action in the parent application until . 

[ ] A copy of the Petition for Extension of Time in the co-pending parent application is attached. 

[ ] No Petition For Extension of Time and Fee therefor are necessary in the co-pending parent application. 

[ ] Please abandon the parent application at a time while the parent application is pending or at a time when the 

petition for extension of time in that application is granted and while this application is pending has been granted 
a filing date, so as to make this application co-pending. 

[ ] Transfer the drawing(s) from the patent application to this application. 
[ ] Amend the specification by inserting before the first line the sentence: 



458830 1 



-2- 



Docket No. 3701-4000 
Express Mail Label No. EJ607480444US 



I. CALCULATION OF APPLICATION FEE (For Other Than A Small Entity) 













Basic Fee 




Number Filed 




Number Extra 


Rate 


$760.00 


Total 
Claims 


135 


-20= 


115 


x$ 18.00 


$ 2070.00 


Independent 
Claims 


11 


-3= 


8 


XS78.00 


$ 624.00 


Multiple Dependent Claims 


[ Jyes 

[X]no 




Additional Fee = 
Add'IFee 


$260.00 
NONE 


$0 



Total: $ 3454.00 

[x ] A statement claiming small entity status is attached or will be filed in the above-identified parent application and 
its benefit under 37 C.F.R. § 1.28(a) is hereby claimed. Reduced fees under 37 C.F.R. § 1.9(F) (50% of total) 
paid herewith $ 1727.00 . 

[ x ] A check in the amount of $ 1727.00 in payment of the application filing fee is attached. 

[ ] Charge Fee(s) to Deposit Account No. 13-4500. Order No.3701-4000. A DUPLICATE COPY OF THIS SHEET 
IS ATTACHED. 

[ x ] The Assistant Commissioner is hereby authorized to charge any additional fees which may be required for filing 
this application, or credit any overpayment to Deposit Account No. 13-4500, Order No. 3701-4000. A 
DUPLICATE COPY OF THIS SHEET IS ATTACHED. 



Respectfully submitted, 



MORGAIffUFINNEQAN, LX.P. 



n Dated: March 31, 1999 



CORRESPONDENCE ADDRESS 

MORGAN & FINNEGAN, L.L.P. 

345 Park Avenue 

New York, New York 10154 

(212) 758-4800 

(212) 751-6849 Facsimile 




itefHanchu 
Registration No. 35,1*5 



FORM: UTL-TRAN.NY 
Rev. 11/13/98 



458830 ! 



-3- 



UNITED STATES PATENT APPLICATION 
FOR 

A PHOTONIC BAND GAP FIBER 

BY 

Jes Broeng 
Stig Eigil Barkou 
Anders Overgaard Bjarklev 



Express Mail Label No. 
EJ607480444US 



A PHOTONIC BAND GAP FIBRE 



FIELD OF INVENTION 

5 

The present invention relates to a novel group of cladding designs, especially for use in 
optical fibres, wherein a larger photonic band gap may be provided while retaining the 
stability and physical properties of the fibre. 

TO BACKGROUND OF THE INVENTION 

Optical fibres and integrated optica! waveguides are today applied in a wide range of 
applications within areas such as optica! communications, sensor technology, 
spectroscopy, and medicine. These waveguides normally operate by guiding the 
1 5 electromagnetic field (the light or the photons) through a physical effect, which is known as 
total interna! reflection. By using this fundamental effect, the propagation (or loss) of optical 
power in directions perpendicular to the waveguide axis Ss reduced. 

In order to obtain total internal reflection in these waveguides, which are often fabricated 
20 from dielectric materials (in optical fibres) or semiconductors {'In integrated optics), it is 
necessary to use a higher refractive index of the core compared to the refractive index of 
the surrounding cladding. 

Today the preferred signal transmission medium over long and medium distances is the 
25 optical fibre, and total internal reflection is, consequently, a physical property, which has 
been known and used in technological development for decades. During the past ten 
years, however, the development within the area of new materials has opened up the 
possibilities of localisation of light or control of electromagnetic fields in cavities or 
waveguides by applying a completely new physical property - the so-calied photonic band 
30 gap (PBG) effect. 

The PBG effect may be introduced by providing a spatially periodic lattice structure, in 
which the lattice dimensions and applied materials are chosen in such a way that 
electromagnetic field propagation is inhibited in certain frequency intervals and in certain 
35 directions. These PBG materials have been described in one-, two-, and three-dimensional 
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cases in the scientific literature and in several patents (see for instance U3-Palent no. 
5386215, US-Patent no. 5335240, US-Patent no. 5440421, US-Patent no. 5600483, US- 
Patent no. 5172267, US-Patent no. 5559825). 

5 A specific class of components, which makes use of such periodic dielectric structures, are 
the optical fibres (or waveguides), in which the periodic variation appears in directions 
perpendicular to the waveguide axes, whereas the structures are invariant along the 
waveguide axes. 

10 Within recent yeais f especially researchers from University of Bath, UK, (see e.g. Birks et 
al., Electronics Letters ; Vol. 31 (22), p.1941 , October 1995) have presented such fibres 
realised by having a silica core surrounded by thin, parallel, and air-filled voids in a silica- 
background materia!, and organising the air-filled voids in a triangular structure in the 
cladding region of the fibres. These optical fibres have demonstrated interesting 

1 5 propagation properties compared to standard optical fibres utilising total interna! reflection. 

It may be a problem or disadvantage of this particular realisation of optica! fibres with 
periodic dielectric cladding regions that carefui stacking of either hexagonal glass tubes 
(with central holes) or direct stacking of thin circular tubes is required. These tubes have 
20 been arranged in a triangular structure in a preform, where after the preform is drawn into 
an optica! fibre. Although these fibres according to the reports in the international literature 
show quite specific and new optical properties, one of the problems has been that the core 
of the fibre could only be formed by introduction of a glass rod without a central hole. 

25 It is a further disadvantage that even these new fibres have core areas with higher 
refractive index than the average refractive index of the surrounding media, and their 
waveguiding effect may, consequently, also be described by conventional total internal 
reflection. This naturally has the consequence that for applications within areas such as 
optical sensors, where it may be of specific interest to be able to localise optical fields in 

30 and around areas with low refractive indices (e.g., around air-ftiied channels) s the presently 
known fibres may not be used directly. 

it is a still further disadvantage that, due to the triangular cladding structure, the PBG of the 
structures described by Birks et al. are not optimised for guiding electromagnetic radiation 
35 using the PBG effect. 
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US 5,802,236 discloses micro-fabricated optical fibres having a core and a cladding region, 
wherein the cladding region comprises a multiplicity of spaced apart cladding features that 
are elongated in the direction of the fibre. The effective refractive index of the ciadding 
5 region is (ess than the effective retractive index of the core region. Furthermore, the 
elongated features in the ciadding are arranged in a non-periodic str ucture. 

it is a disadvantage of the micro-fabricated optical fibre disclosed in US 5,802,236 that due 
to the high-index core region the waveguiding characteristics are based on traditional total 
10 internal reflection of the electromagnetic radiation guided in the core region. 

WO 99/00685 discloses a large core photonic crystal fibre (PCF) comprising a cladding 
having a triangular periodic structure. The core region may be either a high-index or low- 
index region having a diameter of at least 5 \im. In a preferred embodiment the core region 
1 S may be as large as 50 ^im in diarnetei. With such a diameter, the fibre is capable of 
transmitting high powers, whilst maintaining singiesmode operation. 

It is a disadvantage that the triangular cladding structure disclosed in WO 99/00685 will 
not, using realistic manufacturing parameters, provide a sufficient PBG so as to effectively 
20 confine visible or NIR electromagnetic radiation within the core region cf the fibre. 

it is a further disadvantage of the structure disclosed in WO 99/00685 that in order to 
obtain a sufficient PBG, the dimensions of the features forming the triangular periodic 
structuie must be very large. Such large features, e.g. air-fiiied hoies, make the structure 
25 difficult to manufacture and inconvenient for practical applications. 

It is an object of the present invention to provide a new class of optical waveguides, in 
which waveguiding along one or more core regions is obtained through the application of 
the PBG effect. 

30 

It is a further object of the present invention to provide a two-dimensional lattice structure 
capable of providing complete PBG's for realistic manufacturing parameters. 

It is a still further object of the present invention to provide low-index core PBG 
35 waveguiding structures. 
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It is a still further object ot the present invention to provide a PBG structure, which is easy 
to manufacture. 

SUMMARY OF THE INVENTION 

5 

The present inventors have realised that the photonic band gap of an optical fibre, which 
cladding structure is typically formed as two-dimensionally periodic low index areas within a 
given material, may be defined as a number of high index areas separated by the low index 
areas forming the periodic structure. The performance of the optica! band gap may be 
] 0 increased, if these high index areas are "separated'' from each other. These areas couple 
via areas ("bridges") between the low index areas, and this "separation" may be obtained 
in a number of areas. 

In the following, naturaily a periodic structure will be defined by a primitive unit cell, as is 
1 5 the most widely used manner of simplifying the analysis of such a structure. However, the 
actual shape and contents of this ceil may vary in relation to a structure more intuitively 
correct in analysing the high index areas. To that effect, we will make use of a polygon, 
which will be defined by low index areas but will normally define the position of a high index 
area. 

20 

It should be noted that many sizes of unit cells wiH exist but only one of a primitive unit ceil 
which is defined as a unit ceil which has the smallest area possible and which, only by 
translation, can generate the structure. NatusaHy, a given periodic structure may have a 
plurality of primitive unit cells. 

25 

in the following, the structure is defined by a unit cell, which will be identical to a primitive 
unit ceil. 

In a first aspect, the invention relates to a separation where additional low index areas are 
30 provided in addition to those elements normally defining the periodic structure. 

Thus, in this first aspect, the invention relates to an optical fibre witn a waveguide structure 
having a longitudinal direction, said optica! fibre having: 
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a core region extending along the longitudinal direction. 



a cladding region extending along the longitudinal direction, said cladding region 
comprising an at least substantially two-dimensionaiiy periodic structure comprising 
primary, elongated elements each having a centre axis extending in the longitudinal 
5 direction of the waveguide, the primary elements having a refractive index being lower than 
a refractive index of any material adjacent to the primary elements, 

the periodic structure being, in a cross-section perpendicular to the longitudinal direction, 
defined by at least one unit ceil, wherein, for each unit cell: 

10 

a first circle is defined as the largest circular area possible having a centre not 
positioned outside the unit cell and not enclosing any part of any primary elements, 
and 

one or more further elongated elements are provided each of whtch 
1 5 - has an area not exceeding 1/6 of the area of that primary element having its 

centre within the unit cell and having the largest area. 

has a refractive index being iowe; than thai of any maieriai adjacent thereto, 
has a centre not positioned outside the unit cell, and 
does not cover the centre of the first circle. 

20 

In the present context, "substantially two-dimensionally periodic" will mean that it is desired 
to have an optimal periodicity, but that the manners of production will often alter this, in the 
prior art it is seen that when circular air holes (low index areas) are introduced into a 
preform ot glass and subsequently drawn, the holes will obtain a not-circular shape which 
25 is a sign of this substantial periodicity. 

Also, in the present context, the refractive index of the primary elements has to be lower 
than that of any material adjacent theieto, meaning that this actual change of index is that 
providing the periodic structure. This step is not dependent cn changes of retractive indices 
30 outside the immediate area around the circumference of the primary elements. Naturally, 
this step may be different for all primary elements, but normally the material adjacent to the 
primary elements is the same throughout the structure - and so is that of the primary 
elements, whereby the step will be the same at all circumferences around the primary 
elements. 
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in this situation, the first circle will define a so-called high index area, even when the actual 
refractive index is that of all of the fibre (except for the primary elements). 

In this situation, further low index areas may be provided. When positioned correctly, these 
5 will separate the high index areas in that the coupling via the bridges is reduced due to the 
bridges being narrowed in effective area or width even when increased in number. 

The effect of the further elements will, naturally, depend on the size thereof. If the size is 
increased beyond that of 1 /6 of that of the primary elements, they will have an effect of 
10 actually changing the periodicity and ceil shape of the overall structure. However, it may be 
preferred that the one or more further elements each has an area not exceeding 1/8, such 
as an area not exceeding 1/10, such as an area not exceeding 1/12, such as an area not 
exceeding 1/1 5 t such as an araa not exceeding 1/30 of the area of thar primary element 
having its centre not positioned outside the unit cell and having the largest area. 

15 

Instead of or in addition to the narrowing of the "bridges" in the structure, two high index 
areas may be separated by reducing the sizes thereof. The further elements may be used 
for that by positioning these in a specific manner: For the unit ceil, a second circle is 
defined being the largest possible circle having its centre not positioned outside the unit 
20 cell, and wherein the second circle not comprising arty parts of the primary or further 
elongated elements, and wherein the area of the second circle is smaller than that of the 
first circle. In that manner, the further elements act to reduce the size of the high index area 
and thereby to separate two adjacent high index areas. 

25 Preferably, the area of the second circle is 90% or less, such as 80% or less, such as 70% 
or less, such than 60% or less, such as 50% or less, such as 40%, such as 30% or less or 
less than that of the first circle. 

Even though the positioning of the further elements may easily be so that the centres of the 
30 first and second circles do not coincide, this would normally alter the symmetry of the 
structure and, thus, not be desired. Consequently, preferably the centre of first circle at 
least substantially coincides with the centre of the second circle. 

The above-mentioned polygon, having three or more sides, is defined as having its vertices 
35 at the centres of those primary elements, parts of which are within a distance of 1 .5 or iess, 



such as 1 2 or less, such as 1 .1 or less times the radius of the firsi circle from the centre of 
the first circle. 

Preferably, due to the periodicity of the structure, the polygon is a regular polygon. This 
5 polygon may be a triangular, rectangular, quadratic, or hexagonal polygon. 

Another manner of effecting the separation of the high index areas ts to provide more iow 
index areas than those used in the prior art. 

10 Thus, in a second aspect, the invention relates to an optica! fibre with a waveguide 
structure having a longitudinal direction, said optical fibre having: 

a core region extending along the longitudinal direction, 

1 5 - a cladding region extending along the longitudinal direction, said cladding region 
comprising an at ieast substantially two-dimensionally periodic structure comprising 
primary, elongated elements each having a centre axis extending in the longitudinal 
direction of the waveguide, the primary elements having a refractive index being lower than 
a refractive index of any materia! adjacent to the elongated elements, 

20 

the periodic structure being defined, in a cross-section perpendicular to the longitudinal 
direction, by a unit cell, wherein the sum of alt areas of elongated elements, which areas 
are comprised within the unit cell, is iarger than 1 .2 times the area of that primary element 
having its centre axis not positioned outside the unrt celt and having the largest area. 

25 

As mentioned above, these areas may be used either for reducing the sizes of the high 
index areas or for reducing the coupling there between via the bridges between the primary 
elements of the periodic structure. Preferably, the size of the high index areas is as large 
as possible, so the mostly preferred manner is to narrow the bridges by introducing 
30 additional low index areas between two high index areas. 

Preferably, the sum of all areas of elongated elements comprised within the unit cell is 
larger than 1 .3, such as larger than 1 .4, such as larger than 1 .5, such as larger than 1 75, 
such as larger than 2, such as larger than 2.5 times the area of that primary element 
35 having its centre axis not positioned outside the unit cell and having the largest area. 



An additional manner of separating the high Index areas is to Increase the index thereof. 
Thus, preferably the periodic structure comprises secondary elongated elements having a 
refractive index being larger than that of any materia! adjacant thereto and to any materia! 
5 being adjacent to a primary element. 

!n that manner, for a unit cell, the sum of a!! areas of secondary elements within the unit 
cell is preferably larger than 1 , such as larger than 1 .1 , such as larger than t .2, such as 
larger than 1 .3, such as larger than 1 .4, such as larger than 1 .5, such as larger than 1 .75, 
1 0 such as larger than 2, such as laiger than 2.5 times the area of a secondary element 
having its centre axis not positioned outside the unit cell and having the largest area. 

Also, for a unit celi, the sum of aii areas of secondary elements within the unit cell is 
preferably larger than 0.05, such as larger than 0.1 , such as larger than 0,5, such as larger 
1 5 than 1 such as larger than 2 ; such as larger than 5, such as larger than 8, such as larger 
than 1 0, such as larger than 15, such as ! arger than 20, such as larger than 25 times the 
area of the primary element having its centre axis not positioned outside the unit cell and 
having the largest area. 

20 In addition to the separation of the high index areas, another manner of increasing the 
performance of the band gap structure is to provide more circular cells or polygons. The 
inventors have realised that the optimum structure is one which "looks the same for light 
coming from all angles" in the cross sectional plane perpendicular to the longitudinal axis of 
the fibre. 

Therefore, in a third aspect, the invention relates to an optical fibre with a waveguide 
structure having a longitudinal direction, said optical fibre having. 

- a core region extending along the longitudinal direction, 

30 

- a cladding region extending along the longitudinal direction, said cladding region 
comprising an at least substantially two-dimensionaliy periodic structure comprising 
primary, elongated elements each having a centre axis extending in the longitudinal 
direction of the waveguide, the primary elements having a refractive index being lower than 

35 a refractive index of any material adjacent to the primary elements, 
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the periodic structure being, in a cross-section perpendicular to the longitudinal direction, 
defined by a unit ceil, and where a polygon is defined; 

having centres of primary elements in its vertices, 
5 - not enclosing any centres of other primary elements than those having their centres 
at the vertices of the polygon, and 

having an area less than or equal to that of the unit cell, 

wherein a first circle is defined as the smallest circle possible having its centre positioned 
} 0 within the polygon, and which comprises the vertices of the polygon, 

and wherein the area of the circle divided by the area of the polygon is !ess than 2.4, such 
as less than 1 .5, such as less than 1 .2. 

1 5 For the known triangular structures, is relationship between the areas is 2.42. and for the 
preferred hexagonal 1 .21 . 

m this context, the circle comprises the vertices of the polygon will mean that these vertices 
are within the circle or on the periphery thereof. When the polygon is a regular polygon, the 
20 first circle is that circumscribing the polygon. 

Typically, the polygon has four or more sides, and it may be quadratic or a hexagonal 
polygon. 

25 Yet another manner of quantifying the separation of the high index areas will relate to the 
interaction of the refractive indices and the distance between the high index areas and the 
"sizes of the bridges". 

Therefore, in a fourth aspect, the invention relates to an optical fibre with a waveguide 
30 structure having a longitudinal direction, said optical fibre having: 

a core region extending along the longitudinal direction, 

a cladding region extending along the longitudinal direction, said cladding region 
35 comprising an at least substantially two-dimenstonally periodic structure comprising 
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primary, elongated elements each having a centre axis extending in the longitudinal 
direction of the waveguide, the primary elements having a refractive index being lower than 
a refractive index of any material adjacent to the primary elements, 

5 the periodic structure being, in a cross-section perpendicular to the longitudinal direction, 
defined by a unit cell, wherein, for each unit cell: 

n Q A? > n ud Ai(v3) 

where 

10- na is the largest index of refraction within a first circle which is defined as a largest 

circle possible having a centre not positioned outside the unit ceil and not enclosing any 

part of any primary element 

is a largest index of refraction not positioned outside the unit cell but positioned 

outside any of the first circles of the unit cells, 
1 5 - Ai is a smallest distance between centre axes of two primary elements within the 

periodic structure, 

A; ; is a smallest distance between the centres of two adjacent first circles. 

In this formula it is seen that the separation of high index areas may be effected by 
20 narrowing the bridges, which may be obtained by providing more low Index areas or 

ptoviding a novel structure having a smaller distance by nature. Alternatively or in addition, 
the separation may be effected by physically separating the high index areas, such as is 
seen when going from the prior art triangular structure to the honeycomb structure. Also, 
an effective "separation" is seen when the high index area is, in fact, provided with a 
25 refractive index higher than that of its surroundings. 

It should be understood that, naturally, the periodic structure only needs be that structure 
sufficient to confine light by the PBG effect. This distance may be 2-20 periods of the 
periodic structure - depending on the actual structure thereof. Outside that part of the fibre, 
30 any structure or material may be provided. 

In order to obtain an even better performance^ it is preferred that, for each unit cell: n d A 2 > 
2 n ud Ai, such as n d A 2 > 3 n U d A ( , such as n d A 2 > 4 n LJ(J A (l such as n d A 2 > 6 n ud Ai, such as 
n d A 2 > 10 n ud A|. 
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Naturally, the more different materials in the fibre, the larger the complexity thereof. Thus, it 
may be desired that, in each unit cell, rid is at least substantially identical to rw However, 
the maximum index difference obtainable using materials standard in fibre manufacture 
may not be sufficient. In that situation, it may be desired that, in each unit cell, n Q > n uc{ . 

5 

The present fibre may be made of any suitable material, and n d and r*, ld may consequently 
be chosen as a material having a refractive index in the interval from that of silica over 
polymers to semiconductors, that is, 1-10. A materia! standard in fibre manufacture is silica, 
whereby rid and would normally be chosen in the interval 1 .40-1 .80 - naturally taking 
1 0 into account the relationship between n d and n ud 

As described above, it has been found that the introduction of additional low index areas 
will further separate the high index areas and provide a fibre with an improved 
performance. Thus, preferably, the unit eel! comprises further elongated elements each 
1 5 having a centre axis extending in the longitudinal direction of the waveguide, the cross- 
sectional area of each of the further elements being less than 1/6 of a cross-sectiona! area 
of that primary element, having its centre within the unit eel!, having the largest cross- 
sectional area. 

20 In that situation, it is advantageous that: 

rid Aa >(v'3) n ud A 3 

where 

25 - nd is the largest index of refraction within a first circle which is defined as a largest 

circle possible having a centre not positioned outside the unit cell and not enclosing any 
part of any primary element, 

n lld is a largest index of refraction not positioned outside the unit celi but outside any 
of the first circles of the unit cells, 
30 - A 3 is a smallest distance between centre axes of two primary or further elements 
within the periodic structure, 

A» is a smallest distance between the centres of two adjacent first circles. 
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Again, the better a separation, the better a performance, which means that it is preferred 
that, for each unit cell: rid A 2 > 2 n-^ A3, such as rid A 2 > 3 Aj, such as n d a 2 > 4 n iJ£ f A^ 
such as rid A? > 6 "ud Aa, such as n d A 2 > 10 n ud A 3 . 

5 Yet another manner of characterising the invention is one relating to the number of vertices 
or sides of the largest-area-poly gens in the structure. In preferred fibres, these polygons 
are regular, whereby this number of sides or vertices will relate to the area thereof - and 
typically of an area or spacing of the high index areas. 

10 Thus, in a fifth aspect, the invention relates to an optical fibre with a waveguide structure 
having a longitudinal direction, said optical fibre having: 

a core region extending along the longitudinal direction, 

1 5 - a cladding region extending along the longitudinal direction, said cladding region 
comprising an at least substantially two-dimensionaily periodic structure comprising 
primary, elongated elements each having a centre axis extending in the longitudinal 
direction of the waveguide, the primary elements having a refractive index being lower than 
a refractive index of any material adjacent to the primary elements, 

20 

the periodic structure being, in a cross-section perpendicular to the longitudinal direction, 
defined by at least one unit cell, wherein, for each unit eel!, a first circle is defined as the 
largest circular area possible having a centre not positioned outside the unit cell and not 
enclosing any part of any primary elements, 

25 

wherein more than 3 first primary elements exist, parts of which exist within a distance of 
1 .2 or less times the radius of the first circle from the centre of the first circle. 

If the polygon is regular, the primary elements defining the polygon will be positioned just 
30 outside the perimeter of the circle. However, production methods will introduce 
uncertainties and displacements, whereby the distance between the circle and the 
elements may be larger or smaller. 

As mentioned above, both the circularity and the separation may be increased, if the 
35 polygon is provided with more vertices than 3. Consequently, preferably more than 4, such 
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as more than 5, such as more than 6, such as more than 8, such as more than 1 0 first 
primary elements exist . parts of which exist within a distance of 1 .2 or less times the radius 
of the first circle from the centre of the first circle, 

5 Also, if the production methods provide a reasonable control over displacements etc. in the 
manufacturing process, preferably the parts of the first primary elements exist within a 
distance of 1 .1 or less times the radius of the first circle from the centre of the first circle. 

Also, depending on the structure and manufacturing method, the centres of the primary 
] 0 elements may exist within the distance of 1 .2 or less or 1 1 or 'ess than the radius. 

One manner of providing a certain number of first primary elements around a high index 
area will be to provide a polygon having the same number of vertices. 

: 5 Another manner is one wherein certain first primary elements defining the vertices and 
others positioned along the sides thereof. In that situation, the first primary elements 
typically define a polygon having 3-8 sides and having centres of first primary elements in 
its vertices, each of the first primary elements not having centres in the vertices being 
positioned with its centre axis no further from a side of the polygon than 1/5 t such as 1/10, 

20 such as 1 /1 5 of a length of that side'. 

Another manner of separating two high index areas will be to, instead of or in addition to 
providing low index areas in addition to those defining the basic periodic structure, provide 
the primary elements defining the basic periodic structure with a cross sectional shape 
25 increasing the separation between the high index areas. 

Consequently, in a sixth aspect, the invention relates to an optical fibre with a waveguide 
structure having a longitudinal direction, said optical fibre having: 

30 - a core region extending along the longitudinal direction. 

a cladding region extending along the longitudinal direction, said cladding region 
comprising an at least substantially two-dimensicnaily periodic structure comprising 
primary, elongated elements each having a centre axis extending in the longitudinal 
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direction of the waveguide, each primary element having a reff active index being lower 
than a refractive index of any materia! adjacent to the primary element, 

the periodic structure being, in a cross-section perpendtcufar to the longitudinal direction, 
5 defined by a unit cell, and where, for each unit cell, one or more polygons are defined as: 

a first polygon is defined as having its vertices at centres of first primary elements 
selected by: 

defining a first circle as the iajgesi circular area possible having a centre not 
1 0 positioned outside the unit ce!l and not enclosing any part ot any primary elements, 

selecting the first primary elements as those having parts not positioned 
further away from the centre of the first circle than 1 2 times the radius of the first 
circle, 

for each area, if any, ot the unit cell, which area is not comprised within a first 
1 5 polygon, an additional polygon is defined as having its vertices at centres of 

additional primary elements selected by: 

defining an additional circle as the largest circular aiea possible having a 
centre not positioned outside the area and not enclosing any part of any primary 
elements, 

20 - selecting the additional primary elements as those having their centres not 

positioned further away from the centre of the additional circle than 1 .2 times the 
radius of the additional circle, 

the periodic structure comprising deviating primary elements having a shape deviating from 
25 a circular shape and having extending parts defined as those parts of the shape of the 
deviating primary element extending outside a circle having the same area as that of the 
deviating primary element and having its centre at a centre of the deviating primary 
element, each extending part extending toward one of those primary elements which 
together with which the deviating primary element defines a side of a polygon in the 
30 periodic structure, 

each extending part extending toward a primary element and having an area being larger 
than 3 %, such as larger than 5%, such as larger than 10%, such as larger than 15%, such 
as larger than 20%, such as target than 25% of the area of the circle. 
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in the present context, the centre of the deviating primary element will be a symmetrical 
centre of a centre of weight of the cross section thereof. 

in the prior art, primary elements having a cross sectional shape deviating from that of a 
5 circle are known. However, those shapes have been inadvertent due to the methods of 
manufacture and often have a shape and direction detrimental to the periodicity of the 
structure and to the size of the band gap. The inventors have found that providing such 
shapes in the correct manner may increase the separation of the high index areas white 
maintaining the periodicity of the structure - in much the same manner as when providing 
1 0 additional low index areas along the circumference of the polygon. 

Pieterably, at least one extending part has an axis of symmetry at least substantially 
coinciding with a line intersecting the centre of the cirde and the centre of a primary 
element with which the deviating primary element defines a side, in this manner, the 
1 5 extending part will point along the direction of a side of a polygon. The symmetry of the 
periodic structure may then especially be maintained, if aii extending parts point in such 
directions. 

Normally, such an axis of symmetry wouid be desirable, as the lack of a such will mean 
20 that the symmetry of the structure has been reduced. However manufacturing methods 
may render is slightly difficult to find this axis due to deformation of the extending part from 
the initially desired shape. 

intuitively, one would understand that the larger the portion of a polygon surrounding a high 
25 index area which is covered by low index areas, the better a separation of the high index 
areas. Thus, it is preferred that at least one extending part extends a distance of at least 
5%, such as at least 10%, such as at least 1 5%, such as at least 20%, such as at least 
30%, such as at least 50%, such as at least 75%, such as at Seast 1 00% of the radius of 
the circle and in a direction away from the centre of the circle 

30 

Again, a first circle may be defined as the smallest possible circle naving its centre 
positioned within the first polygon, and which comprises the vertices of the first polygon, 
that is, the vertices are positioned within or on the boundary of the first circle. 



17 



Preferably, the first polygon has four or more sides, and most preferably, the first polygon 
is a hexagonal, regular polygon. 

According to the invention, an especially preferred structure should be one that provides a 
5 good separation between the high index areas and is relatively circular. One such shape is 
a rectangular shape which also has the advantage that it may itself fully define a periodic 
structure - or it may take part thereof. 

Thus, in a seventh aspect, the invention relates tc an optica! fibre with a waveguide 
1 0 structure having a longitudinal direction, said optica! fibre having; 

a core region extending along the longitudinal direction, 

a cladding region extending along the longitudinal direction, said cladding region 
15 comprising an at least substantially two-dime nsionatiy periodic structure comprising 
primary, elongated elements each having a centre axis extending in the longitudinal 
direction of the waveguide, the primary elements each having a refractive index being 
lower than a refractive index of any material adjacent to the primary element, 

20 the periodic structure being, in a cross-section perpendicular to the longitudinal direction, 
defined by a unit ceil, and wherein a polygon is defined: 
having centres of primary elements in its vertices, 

not enclosing any centres of other primary elements than those having their centres 
at the vertices of the polygon, and 
25 - having an area less than or equal to that of the unit cell, 

the polygon being a regular, hexagonal polygon. 

In order to separate the high index areas even better, one or more further elongated 
30 elements are preferably provided each of which 

has an area not exceeding 1 /6 of the area of that primary element having its centre 
within the unit cell and having the largest area, 

has a refractive index being lower than that of any material adjacent thereto, 
35 wherein symmetry may be preserved, if: 



18 



further elements of two polygons sharing a common side are positioned 
symmetrically around a centre of the common side, and 

further elements of two polygons sharing a single primary element are positioned 
symmetrically around a centre of the single primary element. 

5 

As mentioned above, if the further elements are provided with an area larger than 1 /6 of the 
area of that primary element having its centre within the unit cell (or at least not outside) 
and having the largest area, these further elements would reach a size where they would 
take part in the overall defining of the structure of the periodic structure - and thus be 
1 0 primary elements 

Preferably, the one or more further elongated elements each has an area not exceeding 
1/8, such as an area not exceeding 1/10, such as an area not exceeding 1/12, such as an 
area not exceeding 1/15 of the area of that primary element having its centre not positioned 
1 5 outside the unit ceil and having the largest area. 

One specifically preferred embodiment is wherein, in the periodic structure, regular 
hexagonal polygons exist, all sides of which are shared with another regular hexagonal 
polygon. This corresponds to a honeycomb structure defined solely by regular hexagonais. 

20 

Another preferred embodiment is one wherein the structure is defined by the regular 
hexagonal polygon and a regular triangle having a side length corresponding to that of the 
regular hexagonal polygon, and wherein hexagonal polygons exist, each side of which is 
shared with a triangle. This is the so-cafied Kagome structure. 

25 

In this second embodiment, the advantages of the hexagonal structure are maintained, and 
a further spacing of the high index areas defined in the hexagonais is provided via the 
triangles. 

30 As mentioned above, another manner of obtaining an effective separation of the high index 
areas would be to increase the refractive index of such areas. Thus, in a number of the 
above aspects, it is preferred that the periodic structure further comprises one or more 
secondary elongated elements having a refractive index higher than that of any material 
adjacent thereto or adjacent to any primary elements, the secondary elements each has a 

35 centre axis extending in the longitudinal direction of the fibre. 
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Again, normally the material adjacent to the secondary elements would be the same as 
that adjacent to the primary elements. 

5 In order to maintain the periodicity, it is desired that, for each unit ceil, a secondary element 
is provided having its centre axis within the first circle, and more preferably that the 
secondary element is positioned so as to cover the centre of the first circle. Most 
preferably, the secondary element is positioned so as to have its centre axis at least 
substantially coincide v/ith the centre of the first circle. 

10 

In an eighth aspect, the invention relates to an optical fibre with a waveguide structure 
having a longitudinal direction, said optica! fibre having: 

a core region extending aiong the longitudinal direction, 

15 

a cladding region extending along the longitudinal direction, said cladding region 
comprising an at least substantially two-dlmensionally periodic structure comprising 
primary, elongated elements each having a centre axis extending in the longitudinal 
direction of the waveguide, the primary elements each having a refractive index being 
20 lower than a refractive index of any material adjacent to the primary element, 

the periodic structure further comprising secondary, elongated elements each having a 
refractive index being larger than that of any material adjacent thereto and any material 
adjacent to a primary element, each secondary element having a centre axis extending in 
25 the longitudinal direction of the fibre. 

Normally, the periodic structure is, in a cross-section perpendicular to the longitudinal 
direction, defined by at least one unit cell, where, for each unit cell, a first ciicle is defined 
as the largest circular area possible having a centre not positioned outside the unit ceH and 
30 not enclosing any part of any primary elements, where a secondary element is preferably 
provided having its centre axis within the first circle. 

As mentioned above, desirably the secondary element is provided so as to cover the 
centre of the first circle, and preferably, the secondary element is provided so as to have its 
35 centre axis at least substantially coincide with the centre of the first circle. 
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Aiso, the polygon may be defined as follows: a plurality of first primary elements exist, parts 
of which exist within a distance of 1 2 or less times the radius of the first circle from the 
centre of the first circle, a polygon being defined as having its vertices at the centres of the 
5 plurality of first primary elements. Preferably, the polygon is a regular, hexagonal polygon. 

This hexagonal polygon may be used in either the honeycomb structure or the Kagorne 
structure, 

1 0 Ail the above aspects of the invention relate to specific cladding structures and comprise 
no limitations what so ever on the core region. 

In fact, the invention should be taken as one relating to these specific cladding regions for 
use in any type of optica! fibre in combination with one or more cores or core regions of any 
15 type. 

Normally, in relation to band gap structures, the core \s taken as an area of the structure, 
where the periodicity of the band gap structure is broken. The band gap structure ;s 
designed so as to make light transmission impossible, and an altering of the periodicity will, 
20 consequently, make light transmission possible - but only in the core region. 

A number of different manners exist for defining the core. One manner is to replace one or 
more elements of the periodic structure with other elements with different refractive indices, 
cross sectional areas or shapes. Another manner is to have the core aiso have a periodic 
25 structure where only one or more elements are not present 

Preferably, the core region would comprise a first additional elongated element extending 
in the longitudinal direction of the fibre. 

30 An especially preferred first additional element is constituted by air or gas and being 

defined as a void in the material of the fibre, such as a void having a cross sectional area in 
the cross section being at least one, such as at least 2 5 such as at least 3, such as at least 
4, such as at least 5, such as at least 6, such as at least 7, such as at least 8, such as at 
least 9, such as at least 1 0 times the cross sectional area of the unit cell. 
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In that situation, the light may propagate in and/or around air, which provides a number of 
advantages both as to transmission loss, dispersion, and when used e.g. as a sensor 
where gas or liquid may be provided within the void to obtain optimum overlap between the 
light and the gas or liquid. 

5 

In a number of different applications, the additional element or any material adjacent 
thereto may desirably comprise a dopant or a material showing higher order optical effects. 

For communication purposes, higher order effects may be used for e.g. solltcn 
10 communication. 

For applications for fibre lasers or fibre amplifiers, the dopant may be e.g. a rare earth 
dopant adapted to receive pump radiation and amplify radiation traveliing in the core 
region. 

15 

Alternatively, the dopant may be a light sensitive dopant, such as Germanium or 
Deuterium, in that situation, the dopant may be use for e.g. optically writing a grating in the 
fibre or core region. 

20 For sensor applications, the dopant may be a material responsive to a characteristic of a 
gas or liquid, which response may be detected optically by light travelling in the core 
region. 

In a number of applications, it is preferred that the core region comprises a second 
25 additional elongated element, the first and second additional elements being positioned at 
a distance where light traveliing in one additional element is able to couple to the other 
additional element. 

In one application, one elongated element may be a void holding a liquid or gas which may 
30 be too turbid for light to travel through, in that situation, the light may travel in the other 
element while stilt coupling with the liquid or gas due to the distance between the elements. 

In this situation, one may choose to have the liquid or gas travel only in one or both 
additional elements - or even in all elongated voids, such as voids of the cladding structure. 

35 
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Also 3 by providing two elements between which the light may ooupfe, a number of optical 
devices may be provided, such as optical fibre couplers. The optical coupling between core 
elements or core regions may be designed so as lo have a predetermined coupling at one 
or more defined wavelengths, which further makes a number of optical ejements possible, 

5 

As indicated above, specific advantages will be obtained also v/hen the second additional 
element is a void. 

In fact, due to the periodic structure o f the present fibre, the fibre may easily be made io 
1 0 comprise a plurality of core regions. 

These core regions may be provided sufficiently dose for light traveling in one core region 
being able to couple to one or more core regions. 

1 5 Alternatively, the core regions may be positioned spaced apart in order to provide a 
number of separate waveguides la a single fibre. In fact, the waveguides may be spaced 
sufficiently apart to the band gap structures surrounding each thereof to be different and 
e.g. be optimised for different wavelengths or wavelength regimes. 

20 Preferably, the core regions are positioned symmetrically within the periodic structure, a 
period of the core regions being larger than a period of the periodic structure. 

Naturally, a fibre of the present type may be used tor a number of applications where fibres 
are already used today. 

25 

Thus, in a ninth aspect, the invention relates to a sensor for sensing or detecting at (east 
one characteristic of a liquid or gas, the sensor comprising: 

a length of the optical fibre according to the invention, wherein the core region 
30 comprises at least a tirst additional eiement, the first element being a void extending along 
the longitudinal direction of the fibre, 

means for providing the liquid or gas into the void of the core region t 
means for introducing light into the core region, the light being adapted to interact 
with the gas or liquid in a manner so that the characteristic of the liquid or gas may be 
35 determined, 
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means for detecting light emitted from the fibre and for determining the 
characteristic of the liquid or gas. 

At present, the characteristic may be absorption, absorbance, the presence of a specific 
5 agent or material in the gas or liquid, such as for use as a smoke detector, or any other 
characteristic sensed by an optical sensing method. 

if the gas or liquid has a sufficiently low absorption at the wavelength of the light, the 
inti educing means may be adapted to introduce the light into the first additional element. In 
1 0 that situation, an optimum overlap exists between the light and the liquid or gas. 

Alternatively, the core region may comprise a second, elongated element extending in the 
longitudinal direction of the fibre, where the first and second additional elements are 
positioned at a distance where light travelling in one additional element is able to couple to 
1 5 the other additional element, and wherein the introducing means are adapted to introduce 
the light into the second additional element. !n that situation, the sensing takes place via 
the light extending from the second to the first element. 

in another type of sensor, the characteristic may not be sensed directly by light, in that 
20 situation, it may be desired to expose a suitable material to the characteristic, where the 
response of that material may be sensed optically, Thus, in this situation, at least part of an 
inner surface of the first additional element may comprise a layer of a material being 
adapted to alter in response to the characteristic of the gas or liquid, and wherein the 
introducing means is adapted to introduce light of a wavelength responsive to the altering 
2f< of the material 

Naturally, the sensor may additionally comprise means for providing the gas or liquid in the 
fibre, such as for repeatedly providing gas or liquid therein, such as a gas pump if the 
sensor is used as a smoke detector. 

30 

In a tenth aspect the Invention relates to a fibre amoiifier for amplifying an optical 
signal, said fibre amplifier comprising: 

- a length of optical fibre according to the invention, wherein the core region 
35 comprises a dopant materiai a'ong at least parr of the length, end 
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- means for providing pump radiation to rhe dopant materia! for pumping the 
dopant material so as to amplify the optical signal. 

5 Normally, fibre amplifiers will, further comprise means for spectrally separating the 
amplified optica! signa! from the pump signal in order not to have pump radiation' 
travelling in the fibre outside the amplifying region. 

Especially for communication purposes, the dopant would comprise iare earth 
10 ions, such as erbium 

For other purposes, such as if it is desired to optically write gratings or other 
structures in the fibre or core region, or simply for inceasir.-g the refractive index of 
the core region, the dopant may comprise a photosensitive material, such as 
15 germanium and/or aeurenum. 

in an eleventh aspect, fne invention relates ro c fibre laser fo r outputting tasei 
radiation, said fibre laser comprising: 

20 - a length of optica) fibre acco r dirg to any of the preceding claims, wherein the 
core region comprises a dopant materia 1 along at least part of the length, 

- means for providing pump radiation to the dopant material for pumping the 
dopant material so as to amplify the optica! signal, and 

25 

- feedback means for selectively feeding book at least part of Ine amplified 
optical signal so as to repeatedly pass the amplified cp t ical signal through the 
length of the optica! fibre so as to further amplify the optical signal. 

30 Especially for communication purposes, the dopant comprises fare earth ions, such 
as erbium. 
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Also, the dopant may comprise a photosensitive material, such as germanium or 
deuterium, in order to facilitate e.g. the writing of grating? in the fibre o p core region 
- or for increasing the refractive index of the core region. 

5 BRIEF DESCRIPTION OF THE DRAWINGS 

FIG, 1 shows a Honeycomb cladding structure with a two-dimensional periodicity 

FIG, 2 shows a band diagram for a basic Honeycomb photonic crystal with a hole 
10 filling fraction of 30%. kA is the normalised frequency, wheie fc is the free-space 
wave number (=2;t/ X). A is the distance between two neighbouring primary 
elements. The three high symmetry points of the Honeycomb crystal are indicated 
by O, M, and X. 

15 FIG. 3 shows a two-dimensional modified Honeycomb-based pnotonic crystci Two 
diffejently doped silica glasses are used as welt as undoped fused silica The silica 
type 1 represents a capillary tube, and type 2 a solid cane from which the 
Honeycomb silica-air photonic crystal may partly be fabricated, The unit celi of the 
structure is marked by the solid-line rhomb. 

20 

FIG. 4 shows the felative band gap size as a function of the normalised wave 
constant for the basic Honeycomb lattice (hoie filling fraction=30%) f and three 
modffied versions of the Honeycomb lattice. 

25 FIG. 5 shows a schematic Illustration of the concept of nodes (high-index areas) 
and veins (holes/voids), and an illustration ot the superior properties of the 
Honeycomb structure over the triangular structure as well as the influence of 
interstitial holes In triangular structures a), and Honeycomb siructuies b). 

30 FIG. 6 shows a fibre design based on a Honeycomb structure. A single hoie creates 
a defect in the periodicity (which thereby forms the core region of fhe fibre). 

FIG. 7 shows an illustration of the two first band gaps (primary and secondary gaps) 
of a Honeycomb PCF with a cladding ho^e filing fraction of -0% and a defect hoie 
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with same size as the cladding hoies, Within the primaiy band gap f he extia air 
hole In the core of the fibre causes a single aegenerafe mode to appear, This 
'defect' mode is localised around the core of rhe fibre, and does not couple to the 
cladding structure (as it is here forbidden due to the PBG effect) 

5 

FIG. 7 further illustrates the field distribution cJ the core mode, For a fibre with 
A=2.0ixrn the core mode falls within the primary band gap in a wavelength range 
whicn corresponds approximately to i .0 to 3.0 urn. Leakage-free, single mode 
wave guidance i$thus obtained over this wavelength range. T he dotted Sine 
1 0 relates to the elective index of the cladding structjie. 

FIG, 8 shows a PBG guided mode for a Honeycomb PCF with hoie filling fraction « 
10%. The figure snows the electric field squaied for the 'defecT' mode illustrated in 
FiG.7 Light areab indicate high Meld intensity- The real space structure has been 
15 superimposed to ifiustrate the localisation of the "defect 3 mode to the extra al r hole 
in the core of the fibre. 

FIG. 9 shows the effect of tuning the frequency of the core-mode precisely within the PBG 
by varying the size of the central hoie. The plot is for a fixed value of The hole filling 
20 factor of the cladding is 1 8%. The size of the single, centra! detect hob is varied. 

FIG. 10 shows a basic triangular lattice formed by primary elements. The unit cell of the 
triangular lattice is also depicted, 

25 FIG. 1 1 shows a basic triangular lattice and a corresponding unit cell. The triangular 
structure is defined by primary elements. Furthermore, further elongated elements and 
secondary elements are shown. A first circle is defined as being the largest possible circle 
having a centre positioned not outside the unit ceil and not comprising any part of any 
primary elements. A second circle is defined as being the largest possible circle having a 

30 centre not positioned outside the unit cell and not comprising any part of any primary 
elements and any part of any further elongated elements. 

FIG. 12 shows a Honeycomb lattice formed by primary elements. The unit cell of the 
Honeycomb lattice is aiso depicted. 

35 
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FIG. 13 shows a basic Honeycomb lattice and a corresponding unit cell. The Honeycomb 
structure is defined by primary elements. Furthermore, further elongated elements and 
secondary elements are shown. A first circle is defined as being the largest possible circle 
having a centre positioned not outside the unit ceil and not comprising any part of any 
5 primary elements. A second circle is defined as being the largest possible circle having a 
centre not positioned outside the unit celi and not comprising any part of any primary 
elements and any part of any further elongated elements. The distance between two 
neighbouring primary elements is denoted Ai. The distance between the centres of two first 
circles is denoted A a . 

10 

FIG. 14 shows a Kagome lattice formed by primary elements. The unit eel! of the Kagome 
lattice is also depicted, 

FIG. 1 5 shows a basic Kagome lattice and a corresponding unit cell. The Kagome structure 
} 5 is defined by primary elements. Furthermore, further elongated elements and secondary 
elements are shown. A first circle Is defined as being the largest possible circle having a 
centre positioned not outside the unit cell and not comprising any part of any primary 
elements. A second circle is defined as being the largest possioie circle having a centre not 
positioned outside the unit cell and not comprising any part of any primary elements and 
20 any part of any further elongated elements. The distance between two neighbouring 
primary elements is denoted A ( . The distance between the centres of two first circles ts 
denoted Aa. 

FIG. 1 6 schematically shows a further embodiment of a cladding cross section in which a 
25 Honeycomb structure is formed by adding additional (equal sized) holes between the 
original ones defining the vertices of the fundamental hexagonal structure. 

FIG. 1 7 illustrates a further embodiment of a cladding cross section in which a Honeycomb 
structure is formed by adding additional (smaller sized) holes between the original ones 
30 defining the vertices of the fundamental hexagonal structure. 

FIG. 1 8 illustrates a further embodiment of a cladding cross section in which a Kagome 
structure is formed from a Honeycomb structure by adding additional (larger sized) holes 
between the original ones defining the vertices of the fundamental hexagonal structure. 

35 
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FIG. 1 9 schematically shows a further embodiment of a cladding cross section in which a 
Honeycomb structure is formed by adding a group of two additional (smaller) holes 
between the original ones defining the vertices of the fundamental hexagonal structure. 

5 FIG. 20 schematically shows a further embodiment of a cladding cross section in which a 
Honeycomb structure is formed by adding a group of two additional (smaller) holes 
between the original ones defining the vertices of the fundamental hexagonal structure, but 
in contrast to FiG. 19 the group of two smallet voids is turned 90 degrees. 

1 0 FiG. 21 illustrates a combination of the Honeycomb and Kagome structure in which the 
Honeycomb defining elements have been replaced by a group of three elements \n a equal 
sided triangular structure. 

FIG. 22 illustrates an embodiment of a periodic cladding in which the voids/rods are placed 
15 in a square lattice structure. 

FIG. 23 illustrates a square-lattice cladding structure, which has been extended by adding 
additional voids/rods centred on straight lines between the square corner points. 

20 FIG. 24 illustrates an embodiment of a periodic cladding in which the voids/rods are placed 
in a rectangular lattice structure having two unit cells. 

FIG. 25 shows an embodiment of a periodic cladding in which the voids/rods are placed in 
an octagonal structure. A unit ceil is also depicted. 

25 

FIG. 26 illustrates an embodiment of a periodic cladding in which triangular and hexagonal 
elements (sub-groups) have been combined. 

FIG. 27 illustrates an embodiment of a periodic cladding in which a square lattice structure 
30 and hexagonal elements (sub-groups) have been combined. 

FIG. 28 schematic illustration of a fibre/waveguide core area and the closest Honeycomb 
cladding surroundings. The core region is formed by a single Honeycomb cell with larger 
hole sizes. 

35 
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FIG. 29 schematic illustration of a fibre/waveguide core area and the closest Honeycomb 
cladding surroundings. The core region is formed by a single Honeycomb eel! with smaller 
hoie size. 

5 FIG. 30 schematic illustration of a fibre/waveguide core area and the closest Honeycomb 
cladding surroundings. The core region is formed by a single void with larger hole size. 

FIG. 3 1 schematic illustration of a fibre/waveguide core area and the closest Honeycomb 
cladding surroundings. The core region is formed by two voids with larger hole sizes. 

10 

FIG. 32 schematic illustration of a fibre/waveguide core area and the closest Kagame 
cladding surroundings. The core region is formed by a single void with larger hole size. 

FIG. 33 schematic illustration of a fibre/waveguide core area and the closest Kagome 
15 cladding surroundings. The core region is formed by t*wo voids with larger hole sizes. 

FIG. 34 schematic illustration of a fibre/waveguide core area and the closest Kagorne 
cladding surroundings. The core region is formed by a single hexagonal cell with larger 
hole size. 

20 

FIG. 35 schematic illustration of a fibre/waveguide core area and the closest Kagome 
ciadding surroundings. The core region is formed by a single hexagonal cell with smaller 
hole size. 

25 FIG. 36 shows an asymmetric position of a defect void surrounded by periodic Honeycomb 
cells. 

FIG. 37 shows an asymmetric position of a defect void surrounded by periodic Kagome 
cells 

30 

FIG. 38 shows an example, where the defect is formed by two voids with smaller diameters 
than the voids defining the vertices of the Honeycomb cladding cells. 

FIG. 39 shows an example, where the defect is formed by two voids having the same 
35 diameter as the voids defining the vertices of the Honeycomb cladding cells. 
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FIG. 40 shows an example, where the defect is formed by two voids with larger diameters 
than the voids defining the vertices of the Honeycomb cladding ceils. 

5 FIG. 41 shows two voids in the core cell, one void with dimensions as the voids defining 
the vertices of the Honeycomb cladding cell and the other void having larger dimensions. 

FIG. 42 shows two voids in the cere ceil, one void with dimensions smaller than the voids 
defining the vertices of the Honeycomb cladding celi and the other void having larger 
10 dimensions. 

FIG. 43 shows two voids in the core cell, one void with dimensions as the voids defining 
the vertices of the Honeycomb cladding cell and the other void having smaller dimensions. 

1 6 FIG. 44 shows two voids in the core oeli t both voids having dimensions as the voids 
defining the vertices of the Kagome cladding cell. 

FIG. 45 shows two voids in the core cell, one void with dimensions as the voids defining 
the vertices of the Kagome cladding cell and the other void having smaller dimensions. 

20 

FIG. 46 shows two voids in the core cell, one void with dimensions smaller than the voids 
defining the vertices of the Kagome cladding cell and the other void having larger 
dimensions. 

25 FIG. 47 shows two voids in the core cell, one void with dimensions as the voids defining 
the vertices of the Kagome cladding ceil and the othe? void having larger dimensions. 

FIG. 48 shows two voids in the core cell, both voids having dimensions larger than the 
voids defining the vertices of the Kagome cladding cell. 

30 

FIG. 49 shows two voids in the core cell, both voids having dimensions smaller than the 
voids defining the vertices of the Kagome cladding cell. 
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FIG. 50 shows two low-Index defects which has been introduced in neighbouring cells to 
form a region in which guided mode(s) may propagate, in FiG. 50, the defect voids have 
the same dimensions as the voids used to form the Honeycomb cladding structure. 

5 FiG. 51 shows defect voids/holes having smaller cross-section areas than the voids 
defining the vertices of the Honeycomb cladding structure. 

FIG. 52 shows defect voids/hoies having larger cross-section areas than the voids defining 
the vertices of the Honeycomb cladding structure. 

10 

FiG. 53 shows two defect voids/holes, one void having a larger cioss-section area than the 
voids defining the vertices of the Honeycomb cladding structure, the other void having a 
cross-section area as the voids defining the vertices of the cladding structure. 

1 5 FIG. 54 shows two defect voids/hoies, one void having a larger cross-section area than the 
voids defining the vertices of the Honeycomb cladding structure, the other void having a 
smaller cross-section area than the voids defining the vertices of the cladding structure. 

FIG. 55 shows two defect voids/holes, one void having a smaller cross-section area than 
20 the voids defining the vertices of the Honeycomb cladding structure, the other void having 
a cross-section area as the voids defining the vertices of the cladding structure. 

FIG. 56 shows two low-index defects which has been introduced in neighbouring ceils to 
form a region in which guided mode(s) may propagate. The defect voids have the same 
25 dimensions as the voids used to form the Kagorne cladding structure. 

FiG. 57 shows defect voids/holes having smaller cross-section areas than the voids 
defining the vertices of the Kagome cladding structure. 

30 FIG. 58 shows defect voids/holes having larger cross-section areas than the voids defining 
the vertices of the Kagome cladding structure. 

FiG. 59 shows two defect voids/holes, one void having a larger cross-section area than the 
voids defining the vertices of the Kagome cladding structure, the other void having a cross- 
35 section area as the voids defining the vertices of the cladding structure. 
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FIG. 60 shows two defect voids/holes, one void having a larger cross-section area than the 
voids defining the vertices of the Kagome cladding structure, the other void having a 
smaller cross-section area than the voids defining the vertices of the cladding structure. 

5 

FiG. 61 shows two defect voids/holes, one void having a smaller cross-section area than 
the voids defining the vertices of the Kagome cladding structure, the other void having a 
cross-section area as the voids defining the vertices of the cladding structure. 

10 FiG. 62 shows a ce!! without a defect placed between two ceils containing defect voids. 
The defect defining the vertices of voids have smaller cross-sectional areas than the voids 
defining the vertices of the simple Honeycomb cladding structure. 

FIG. 63 shows a eel! without a defect placed between two cells containing defect voids. 
1 5 The defect forming voids have cross-sectional areas as the voids defining the vertices of 
the simple Honeycomb cladding structure. 

FIG. 64 shows a celt without a defect placed between two cells containing defect voids. 
One of the defect forming voids has a cress-sectional area as the voids defining the 
20 vertices of the simple Honeycomb cladding structure, the other defect forming void has a 
cross-sectional area smaller than the cladding structure. 

FIG. 65 shows a cell without a defect placed between two cells containing defect voids. 
One of the defect forming voids has a cross-sectional area smaller than the voids defining 
26 the vertices of the simple Honeycomb cladding structure, the other defect forming void has 
a cross-sectional area larger than the cladding structure. 

FIG, 66 shows a cell without a defect placed between two cells containing defect voids. 
One of the defect forming voids has a cross-sectional area as the voids defining the 
30 vertices of the simple Honeycomb cladding structure, the other defect forming void has a 
cross-sectional area largerthan the cladding structure. 

FIG. 67 shows a ceil without a defect placed between two cells containing defect voids. 
The defect forming voids have larger cross-sectional areas than the voids defining the 
35 vertices of the simple Honeycomb cladding structure. 



33 



FIG. 68 shows a cell without a defect placed between two ceils containing defect voids. 
The defect forming voids have smaller cross-sectionai areas than the voids defining the 
vertices of the simple Kagome cladding structure, 

5 

FIG. 69 shows a ceil without a defect placed between two cells containing defect voids. 
The defect forming voids have cross-sectional areas as the voids defining the vertices of 
the simple Kagome cladding structure. 

1 0 F!G. 70 shows a eel! without a defect placed between two cells containing defect voids. 
One of the defect forming voids has a cross-sectional area as the voids defining the 
vertices of the simple Kagome cladding structure, the other defect forming void has a 
cross-sectionai area smaller than the cladding structure. 

1 5 FIG. 71 shows a cell without a defect placed between two ceils containing defect voids. 
One of the defect forming voids has a cross-sectionai area smaller than the voids defining 
the vertices of the simple Kagome cladding structure, the other defect forming void has a 
cross-sectional area larger than the cladding structure. 

20 FIG. 72 shows a cell without a defect placed between two ceils containing defect voids. 
One of the defect forming voids has a cross-sectional area as the voids defining the 
vertices of the simple Kagome cladding structure, the other defect forming void has a 
cross-sectionai area larger than the ciadding structure. 

25 FIG. 73 shows a cell without a defect placed between two ceils containing defect voids. 
The defect forming voids have larger cross-sectional areas than the voids defining the 
vertices of the simple Kagome cladding structure. 

FIG. 74 shows a simple Honeycomb cladding structure with circular voids in the cladding 
30 cells for a case where the core (defect) site is formed by a void with elliptical cross section. 
The cross-sectional area of the elliptical core is larger than the cross-sectional area of the 
voids defining the vertices of the ciadding structure. 
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FIG. 75 shows a void/hole with elliptical cross section placed in a simple Honeycomb 
cladding structure. The cross-sectional area of the elliptical core is smaller than the cross- 
sectional area of the voids defining the vertices of the cladding structure. 

5 FIG. 76 illustrates an example in which an elliptical core void is placed centrally in a 
Kagome cladding structure formed by circular voids. The cross-sectional area of the 
elliptical core is smaller than the cross-sectional area of the voids defining the vertices of 
the cladding structure. 

10 FIG. 77 shows a core region having an elliptical cross-sectional area, which is larger than 
the cross-sectional area of the Kagome cladding forming voids. 

FIG. 78 shows a core defect of arbitrary cross section in a Honeycomb cladding structure. 

1 5 FIG. 79 shows a core defect of arbitrary cross-section in a Kagome cladding structure. 

FIG. 80 shows a circular core forming defect void placed centrally in a simple Honeycomb 
cladding structure realised by near-triangular shaped voids. 

20 FIG. 81 shows a circular core forming defect void placed centrally in a simple Honeycomb 
cladding structure realised by "windmill" shaped voids. 

FIG. 82 shows o fibre amplifier for amplifying an optical signal using a length of the 
optical fibre according to the invention. 

25 

FIG. 83 shows a fibre laser for outputting an optical signal using a length of the 
optica! fibre according to the invention. 

THEORY 

30 

In 1 990 the first efficient method for calculating PBG's of photonic crystals was described 
This method basically assumes the crystal to extend indefinitely in space. Then any 
solution is extended, and can be described as a sum of plane waves, due to the crystal 
periodicity. 

35 
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A two dimensional photonic crystal is a dielectric structure which is periodic in two 
dimensions, and invariant in the third dimension. 

The lattice defining the periodicity of the structure is defined by its lattice vectors 
5 R- + n 2 R 2 > where n x and n 2 are integers. Then extended field solutions inside the 
crystal may be described as a plane wave multiplied by a Bloch function with the same 
discrete translational symmetry as the lattice structure, Therefore, any extended field 
solution (exemplified by the magnetic fieid) can be written as the infinite sum: 



10 H(kJ)-e tk ' 7 ^ ^ k j (k 9 G)e J (k+G)e lG ' 7 (1) 
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Here G defines the reciprocal lattice, g-S"- w , where N is an integer. The vector 

+ and the unit vectors G)and e 2 {k + G) define a triad. £ is the wave vector of the 
plane wave. 

The actual fieid (and eigen frequencies), is found by expressing Maxwell's equations in the 
form of a Herrnrtian operator equation: 



Vxf-4rVx//(F) 



~] H(r) (2) 
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To solve this equation, it is needed to Fourier-transform the inverse dielectric function 
I /£(■) as we 11: 



sir) 4* 

_ (3) 
a c J r(r) 
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Here the integral is taken over a primitive unit cell having an area <x c , and the sum is in 
principle over all possible o -vectors, One finds the dielectric constants, by either using an 
FFT, or by finding analytical expressions for the Fourier coefficients. Here the latter 
technique has been used. 
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For a given choice of the ieciprocal lattice vector c- the following dependency from (1) and 
(2) is found: 



where i. -|* + g|£ + g| . inside the matrices, the operand is the vector (k +G) if a prime 'is 

given, and the vector (F+G) if no prime is given. N such equations are rewritten (one for 
each of the N shortest g -vectors), truncating the sum to the same N G* -vectors, g { - c t \ 
10 to a simple Hermitian eigen value matrix equation using a basis of N plane waves. 

The first Brillouin zone is the set of points in the reciprocal lattice piane, which are closer to 
the lattice grid pointG « o , than to any other reciprocal lattice grid points. The first Brillouin 
zone can be constructed from the irreducible Brillouin zone through the use of mirroring 
1 5 and rotational symmetry. For finding the possible PBG's of a photonic crystal, one solves 
the eigen value-problem for all the different values k„ is k projected on the plane 
defined by the reciprocal lattice vectors) along the boundary of the irreducible Brillouin 
zone. Any frequency intervals, where no solutions are found define the PBG's of the 
photonic crystal. 

20 

For propagation restricted to the plane defined by the lattice vectors R (that is k «F„ ) the 
two different plane wave directions in (4) de-coupie intoTM solutions 0=1 corresponding to 
the e 2 -el) and TE solutions (j=2 corresponding to the term e. The TM solutions are 
defined as solutions having the electric field along the invariant direction, while TE 
25 solutions have the eiectric field in the plane defined by the lattice vectors. For k + k, the 
equations no longer de-coupie, and the complete set of equations in (4) must be solved. 

In order to calculate the electromagnetic properties of a spatial defect within an 
otherwise periodic strucrure - such as the p r operries of the core region of the PCF's - 
30 the outlined plane wave method may sriM be applied, where the smallest region 
describing the periodic structure is enlarged to include the defect (a so-called 
super-cell approximiation), In this way a super-periodicity is introduced where also 
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(4) 
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the defect is repeated periodically. Using a super-ceil approximation the pioperties 
of the defect region may be accurately determined if the size of the super-ceii is 
large enough to ensure that neighbouring defects are uncoupled. The numerical 
results presented h this patent have been calculated using the principles outlined 
5 in this section. 

The most basic requirement for waveguides to operate by PBG effects is that a 
periodic cladding structure exists and that this cladding srructure is aole to exhibit 
PBG effect, Within the invention is an example of a cladding structure with a two- 
10 dimensional periodicity - namely the Honeycomb structure illustrated in Fig.1. 

Focusing first on the cladding structure alone, Fig. 2 illustrates the complete, out-of- 
plane two-dimensional PBG's which are exhibited for a basic Honeycomb structure 
with an air filing fraction of 30%, where the propagation constant, p, (which is 
1 5 defined as that component of the wave vector which is paraliel to the centre axis 
of the holes) is fixed at 6/A (where a is the centre distance between to holes). The 
refractive index of the background materia! is set to be equal to 1 .45. From Fig. 1 it is 
seen the appearcnce of two PBG's: 

20 a) a primary gap between bands 2 and 3, and 
b) a secondary gap between bands 6 and 7. 

The formation of these PBG's is the most fundamental requirement for PBG based 
components. In order to increase the two band gaps, the impact on the size of the 

25 band gaps from modification implied to the Honeycomb-based structure is 

illustrated. The important case of introducing several differently doped silica glasses 
in the structure is studied. For silica glasses a representative index range which may 
be achieved with today's doping technologies goes from to 3% and down to 1% of 
the nominal undoped value of silica which is approximately 1 .45 at 1 .55 jim. A 

30 schematic of the modified structure is shown in Fig. 3, where the rhomboidal solid 
line represents one choice of unit cell (a unit ceil is defined as the smallest possible 
area which only through translation may be used to fully represent the periodic 
structure). The structure has a background material which comprises further small 
hole elements - which relates to those interstitial holes which have been observed 
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in experimentally realised triangular photonic crystal cladding structures - and up to 
three different dopant leveis of siiica, The interstitial holes are easily introduced in a 
photonic crystal realised by the stack- and puii fabrication techniques currently 
used for PCF's, 

5 

in Fig. 4 the relative size of the primary gap is illustrated for the basic Honeycomb 
structure with an air filling fraction of 30%. The relative band gap size is defined as 
the difference between the upper and lower frequencies of the band gap divided 
by its centre frequency. Although no PBG's exists for the in-pfane case of silica-air 
10 structures (p=0), complete PBG's are found to open up when moving out of the 
plane. In the figure is aiso included three cases of modified Honeycomb structures: 

a) interstitial holes introduced (f in =8%) 

b) interstitial holes and three differently doped siiica glasses (n,=L4A a, = 1.45, 
15 n,= 1.47) 

c) three differently-doped silica glasses (n,=1 .47,n 2 =1.45,n 3 =1 .44). 

The indices refer to the three silica types indicated in Fig. 3, and for the structures 
comprising three siiica dopants the outer diameter of the tube and cane (silica 
20 type 1 

and 3, respectively) have been set equal to A. For the basic structure (undoped 
silica and air) a maximum PBG size of 5.3% at beta=6.5/A is observed This size may 
be increased to 6.4% by adding intersTitia! holes to the structure, and further 
increased to 7.1% by lowering the refractive index of the silica surrounding the air 
25 holes (silica type 1) while increasing the index of the siiica forming the canes (silica 
type 3). 

The Honeycomb photonic crystal is a structure with high-index regions - denoted 
nodes (i.e. the region with siiica type 3 in Fig. 3) which are isolated by voids/holes. 
30 The region bridging two nodes is denoted a vein in Fig. 5. 

It has been found that the largest band gaps are achieved for structures having 
most isolated nodes (high-index regions), and having nodes with the highest 
possible refractive index. Veins (bridges) may be narrowed further in the 
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Honeycomb-based structures through the interstitial hoies, wheieas the interstitial 
holes fail right in the centre of the node in the triangular s+ructuie. Thus, it is evident 
that interstitial holes may be either advantageous or disadvantageous, depending 
on their location, 

5 

To further support that the nodes should have the highest possible index, it is 
observed how the size of the primary band gap is, indeed, decreased tor the 
structure (c) modified by lowering the index of The nodes, while increasing the 
index of the silica surrounding the air holes, 

10 

Although not illustrated the same conclusions is found to be valid for the size of the 
secondary band gap. This result demonstrates the advantages of introducing 
differently dopea silica glasses >n the Honeycomb-based photonic crystal and 
isolating the high-index regions by surrounding them with materials with lower 
15 refractive index, 

According ro the invention, cladding structures having holes/rods placed in a so- 
cailed Kagome structure are also advantageous. Both Kagome and Honeycomb 
structures have intrinsically larger nodes and relatively narrower veins than the 
triangular structure. Furthermore, for the triangular structure, it should be noted how 

20 the interstitial holes which have been observed in photonic crystal fibres with a 
triangular hole anangernent in the cladding, fai' right in the centie of the nodes 
(thereby severely damaging their ability to act as high index centres, and the 
cladding structure to exhib't PBG effect). Thus, it Is an advantage of the Kagome 
and Honeycomb structure that the interstitial hoies leave the nodes undisturbed, 

25 and at the same time narrow the veins even further. 

By locally breaking the periodicity of a photonic crystal, a spatial region with 
optical properties different from the surrounding bulk photonic crystal can be 
created if such a defect region supports modes with frequencies falling inside the 
30 forbidden gao of the 

surrounding fuii-periodic crystal, these modes will be strongly confined to the 
defect. This is the principle on which the operation of the PBG guiding fibres relies, 
nameiy a complete out-of-plane 2D band gap exhibited by the photonic crystal 
cladding, and a correctly designed defect, forming a spatial region to which very 
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strong transverse confinement can be achieved. For this defect region to exhibit 
optical properties different from the surrounding periodic structure (i,e„ be abie to 
support a localised mode) It is important to notice that it is not a requirement that 
the defect region has a Higher index than its surroundings, 

5 

For a non-periodic dielectric surrounding media this would be the only case under 
which locaiisation can occur (which is of course the case of total internal reflection 
utilised in all conventional optical waveguides). Leakage-free guidance of iight 
confined to a region with a iower index than its surroundings would, therefore, not 
10 be expected to be possible from index guidance waveguide theory, but if the 
surrounding materia! exhibits PBG effects even a low-index defect region may be 
able to locaiise the light, and thereby act as a (new) highly unusual waveguide. 

For a fibre design (see Fig, 6) bcsed on a Honeycomb st;ucture and a single note 
15 creating a defect in the periodicity (which thereby forms the core region of the 
fibre) the primary and secondary band gaps of the cladding are depicted in Fig, 7. 
The fibre has a ciaading air filling fraction of 10% and the defect v core' hole has 
the same size as the cladding holes. Inside the primary gap, a single defect-mode 
traversing the gap from approximately p/A=5 to 1 7 is observed. This mode is caused 
20 solely by the introduction of the defect air hoie in the Honeycomb structure. 

For the full periodic structure, exactly the same PBG's (with no modes inside) with 
identicai boundaries to those of the crystal including the defect is found. This 
defect-mode is strongly localised to the region comprising the extra air hole (albeit 

25 this is a low-index region). Fig. 8 illustrates the calculated squared amplitude of the 
E -field. The mode was calculated for a (VA-value of 8.0. For this value, the defect- 
mode is approximately in the middle of the band gap, and the expected strong 
local.sation of the mode is apparent. This mode does not couple to cladding 
modes in the PCF, (since the mode is failing inside the band gap of the photonic 

30 crystal cladding) and loss-less guidance mav therefore, in principle, be achieved 
over long lengths. 

Although almost the entire field of the defect mode for this particular PCF is 
distributed in the silica, full confinement of light in air is - in principle - possible for 
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PBG guiding fibres. Such fibres would, naturally, have a tremendous potential in 
both telecommunications and sensor areas, Also included in tne rig, 7 is the 
radiation line (dotted line), aefined as the lowest-frequency allowed mode in the 
full periodic structure - and ieiates to tne effective index, n cW of the cladding 
5 structure as 1 / n._ 3l1 Below this iine is a semi-infinite 'band gap', where no modes exist. 
This is the region in which all TIR-based fibres (including triangular high-index core 
PCF's) operate, since a high-index defect causes at least one mode to appear 
below this line. Such index-guided modes are seen not to be a feature of the iow- 
index core Honeycomb-based PCF's. 

10 

Improved cladding structuies, as e,g. modified Honeycomb o' Kagome structures, 
means that larger band gaps may be achieved, Larger band gaps results in 
stronger confinement of the defect mode, and will, therefore, not only be of 
importance for wider 'tuning'-ranges of the fibres, but also for very robust operation 
15 of tnese with respect to low propagation and bending losses. 

A further advantageous is The high flexibility of the PBG guiding fibres By tne PBG 
effect it is, as demonstrated, possible to open up forbidden frequencies regions by 
designing the micro-sriuctured cladding correctly, and by intioduclng a defect site 
20 (having one or more holes/rods) to localise light within this region. By independently 
optimising the cladding and the defect snuctures, if is thus possible to tailor the 
properties of the fibres. 

In Fig.9 is illustrated how it is possible - *or a fibre with a design as in Fig. 6 - that by 
25 varying tne size of the centra! defect hole, but keeping the cladding structure 
fixed, to precisely tune the frequency of the defect mode within the PBG region of 
the ciadding. Although this is only been illustrated for a defect site introduced by a 
single additional hole, many other ways of creating such defects may be thought 
of. E.g. for polarisation managing purposes the introduction of asymmetric defects 
30 (possibly with a very large defect region) seem as a correct design route. 

DETAILED DESCRIPTION OF THE INVENTION 



Many different realisations of periodic cladding structures exist for low-index-core PBG 
35 waveguides, because they can consist of a void, hole, or any suitable (additional or 
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missing) material(s) disposed periodically in a (first material) matrix. By low-index-core 
PBG waveguide is meant any structure capable of the guiding electromagnetic fields 
according to the present invention, such as optical fibres, optical fibre amplifiers, fibre 
lasers and optical fibre based sensors. Another group of PBG waveguides comprises 
5 pianar waveguide structures, such as sensors, splitters, couplers, multiplexers, amplifiers 
and lasers. 

An example of such a periodic micro-structured cladding shown in FIG. 16, where 
additional voids (20) have been centred on a straight line between the original voids (21) 

1 0 forming the 2-dimensional hexagonal (Honeycomb) structure. The function of the additional 
voids is to modify the penetration of the electromagnetic field between the different unit 
cells (low-refractive index cladding areas can locally limit the cladding field intensity) and 
hereby add additional means of adjusting the waveguiding properties of the 
fibre/waveguide. It is also noteworthy that the structure illustrated in RG. 16 may be seen 

15 as a superposition of the Honeycomb structure (formed by the voids (21)) and the Kagome 
structure (formed by the voids (20)). 

Further possibilities of adjusting the photonic-band gap-forming properties of the periodic 
hexagonal cladding structures are exemplified by the illustrations in FIG. 17 and FIG, 18, in 
20 which the mutual cross-section areas of the cladding forming void are modified. In the 
example of FIG. 17, the additional holes/voids (22) are formed by a smaller cross-section 
area than the ones (21) that are not placed on a straight line between neighbouring voids. 

in FIG. 1 8, the additional holes (23) on the contrary have a larger cross section area, 
25 whereby the field penetration properties between unit cells are controlled in a new way. It 
should also be noted, that the examples of hexagonal cladding structures presented here 
not necessarily have to be formed by circular voids, but any periodically repeated cross- 
sectiona! shape may be used to for the PBG's of the cladding (e.g., hoies/voids of 
triangular, square : elliptical or any other shape may be applied). 

30 

In addition, its should be pointed out that minor variations from the ideal structures 
described here may introduced during fabrication, but as long as the fundamental physical 
limits of the fibres are preserved, the structures are covered by the present invention. 
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Another possibility of engineering the PBG properties of the cladding structures, and 
thereby create new waveguiding properties of the optical waveguides/fibres, is to replace 
single voids by groups of voids. An example of such a design is illustrated in F!G. 1 9, which 
may be seen as a further development of the structure of FIG- 16, in which the additional 
5 hole/void (20) placed on a straight line between two neighbouring holes has been replaced 
by a group (24) of two voids with smaller cross-section area. 

A different orientation of the group of additional voids (25) is illustrated in the example of 
FIG. 20, resulting in a configuration, where four voids are placed on a straight line. 
1 0 Naturally more complex groups of voids may be placed in the overall structure, and direct 
extensions of the outlined approach are the use of groups with more than two additional 
voids, and the shaping of these with cross-sections different from the circular one. 

A different example of the combined Kagome and Honeycomb structures is shown in FIG. 

15 21 in which the voids (20) placed in the Kagome structure is maintained compared to FIG. 
1 6, wherein each the of voids in the superimposed Honeycomb structure is replaced by a 
group of three smaller voids (26) forming an equal sided triangular shaped figure. The 
specific orientation of the three-element group shown in FIG. 21 is not the only possibility, 
and numerous other orientations, relative magnitudes of the cross-sectional areas of the 

20 voids/rods and the numbers of elements in each sub-group is covered by this invention. 

The cladding structures, which have been drawn forward in the previous paragraph, have 
al! been based on a fundamental hexagonal shape. However, also other possibilities exist 
for forming the periodic cladding structured low-index-core fibres, and one such example is 
25 the square structure as illustrated in FIG. 22. fn this realisation, the voids/rods (27) are 
centred at the corners of a square lattice structure. 

In FIG. 23, the square structure has been extended by adding additional voids/rods (28) 
centred on straight lines between the square corner points. Note also that this structure 
30 may be seen as a superposition of two square lattice structures t which has been anglea 45 
degrees relative to each other. 

Yet another cladding structure realisation is the rectangular lattice shown in FIG. 24, which 
may be applied for applications, where two principal main axes (e.g., for polarisation 
35 controlling components) are necessary. In agreement with the previous considerations on 
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hexagonal structures, in which different combinations of sub-groups of voids/rods are 
replacing the original elements in the lattice structure new and improved structures may be 
obtained by this technique. 

5 An interesting example is shown in FIG. 25, where an octagonal structure is depicted. The 
structure may also be viewed as sub-groups of four equal sized voids/rods in a square 
structure placed in an overall square structure angled by 45 degrees relative to the sub- 
groups. As it has been mentioned previously, the orientations of the sub-groups may be 
varied in an infinite number of combinations, forming the basis of designing new 
1 0 waveguiding structured with unique electromagnetic/optic properties that may be tailored to 
numerous advanced applications. 

Examples of periodic cladding structures that combines hexagonal and triangular shaped 
lattice structures are shown in FIG. 26, and in FIG. 27 a combination of square and 
1 5 hexagonal subgroups is illustrated. Other possibilities of applying different parallelograms 
in the cladding structures are also realistic for optical mode shaping. 

All cladding structures previously disclosed, may be combined with various realisations cf 
the core area. The core may be formed by a low refractive index area, which deliberately 
20 breaks the symmetry of the cladding, and allows Sight to be guided along the core by the 
PBG effect. Thus, the waveguiding effect is fundamentally different from conventional high 
refractive index waveguiding. 

One example of the PCF with low-index core area covered by the present invention has 
25 already been illustrated in FIG, 6, in which a low-index defect has been introduced as an 
additional void/hole centrally placed in one of the Honeycomb structure cells. 

Another example of a defect (or core) area that may serve as a low-index core area is 
illustrated in FIG. 28. In this structure, the larger diameter of the voids forming the core 
30 area (31 ) ensures that the optical mode field is confined around the core and only to a 
limited extent penetrates into the cladding cells (32). The advantage of this realisation of 
the core area is that the mode field in this case will be concentrated in the centre of the 
core defect area, where glass or even materials with high non-linear coefficients may be 
placed for applications where strong non-linearities are relevant. 

35 
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Yet another realisation of the formation of the core defect without adding a central void in 
one of the Honeycomb cells, is illustrated in FIG. 29, where the core forming voids (33) are 
of smaller diameter than the cladding cell voids (32). it should also be noted that other 
defects (or core areas) could be formed by interchanging the voids in the core region with 
5 voids of ether dimensions, in such a way that the core cefl is formed by voids of different 
diameters. 

Such realisations are exemplified in FIG. 30, where an asymmetric core eel! (34) is shown. 
Such an approach may exhibit specifically interesting properties with respect to the 
1 0 implementation of polarisation maintaining fibres. In FIG. 30, the core is formed by placing 
one void with a larger cross-sectional area in an otherwise periodic Honeycomb structure. 

A further step is to add more than one void of different dimensions in what is going to be 
the defect (or core) area, and such an example is shown in FiG, 31 , where two larger holes 
1 6 is placed in opposite corners of a Honeycomb ceil (35). 

Another example of a defect aeated by a single void (36) of different (here larger) cross- 
sectional area than trie cladding forming voids, is shown in FIG. 32, where a single low- 
index void has been introduced in a Kagome cladding structure. 

20 

Similar to the Honeycomb lattice structures, one or more voids having a larger cross- 
sectional area may &e introduced into the Kagome structures. Such an example is shown 
in FIG. 33 using two enlarged voids (37). 

25 The Kagome cladding structure naturally also opens the possibility of forming defects by 
replacing a group of voids in a hexagonal core cell. In FiG. 34 all six voids (38) forming the 
core cell have been enlarged, whereas the same six voids (39) have been reduced in size 
as exemplified in FIG. 35. 

SO Depending on the desired performance, it is naturally possible to further increase the 
number of voids with larger dimensions than the cladding structure forming voids. 
Fundamentally, the core defect area may be made up by holes of variable size only 
ensuring that a located core (or defect) mode may be located around the core cells. It will 
also be possible to create a defect by introducing a single (or a few) void(s) with a cross 

35 section that deviates significantly from the other voids forming the cladding structure, even 
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though the different voids have the same cross-sectional areas. Note also that this way of 
creating defects by locally modifying the lattice-forming voids can be applied on all the 
different described cladding structures. Note also, that although the presented examples 
have been made for voids/rods with circular cross sections, the present invention is not 
5 limited to these. Triangular, squared and higher order polygons or distorted polygons are 
also included as well as other shapes such as elliptic and asymmetric polygons. 

As previously described, core regions may be formed by the introduction of a low-index 
void placed in one of the cells of the cladding, whereby this specific defect cell becomes 
] 0 able to guide light prohibited by the periodicity of the periodic cladding. However, the 
additional void does not necessarily have to be placed centrally in the core cell, but it may 
also be placed in an asymmetrical position as illustrated in FiG. 36, where a defect void 
(41) is placed away from the centre of the core cell, which in this example is surrounded by 
periodic Honeycomb cells (42). 

15 

in FIG. 37 a similar example using an asymmetrically placed additional hole (43) is 
presented for a Kagome cladding cell structure (44). Such placement of the void in the core 
cell may be used for special mode field shaping for example in cases, where specific in- 
and out-coupling properties have to be fulfilled. 

20 

Another example of a more complex design of the core region, is shown in FIG. 38, where 
the defect is formed by two voids (45) with smaller diameters than the voids forming the 
Honeycomb cladding cells (42). 

25 The voids in the core region (46) of the fibre may also, as illustrated in FIG. 39, be of the 
same dimensions as the cladding cell forming voids, or they may be of larger dimensions 
as the voids (47) illustrated in FIG. 40. Again, it must be noted that the defect forming voids 
in the core region does not have to be of equal size, and in the example of two voids in the 
core cell, one void (48) may be of dimensions as the voids forming the cladding cell (42) 

30 and the other (49) may be of larger dimensions as shown in FIG. 41 . 

Yet further examples as the one illustrated in FIG. 42 may use one void (50) of smaller 
dimensions than the voids forming the cladding cell (42) and the other (49) may be of 
larger dimensions. There may also be situations as illustrated in FiG. 43, where one void 
35 (50) may be of smaller dimensions as the voids forming the cladding cell (42) and the other 
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(50) may be of equal dimensions. St should be noted that the examples presented in FIG. 
38-43, al! have the same orientation of the line connection the two voids in the core cell, 
but this should in no way be seen as a preference to the possibility of placing the voids in 
the core cell, indeed the two (or more) voids may not only have variable size, but they may 
5 also be placed in many different ways within the core ceil, depending on the mode field 
shape requirements given by the specific application. Furthermore, even more voids than 
two may be placed in the core ceil, and three, four or more voids may for specific 
applications be relevant for fibre fabrication. It should also be noted that the circular shaped 
cross-sections of the voids in the presented examples may be extended to include other 
1 0 shapes. Other possibilities include the introduction of groups of additional voids in different 
cladding structures than the Honeycomb cladding structure. 

Examples of two-void defects in a Kagome cladding structure is presented in FIG. 44-49, 
where different defect forming void cross-section areas are applied. Note also that the 
1 5 chosen orientation of the defect forming two-void structure is not the only possibility, and 
an infinite number of alternative locations (including random location within the core cell) 
may be used. Another important point is that the low-index spatial region, which forms the 
core, may extend much further than a single defect void/rod. Also connected voids/holes 
forming a single asymmetric super-void is covered by this invention. 

20 

The possibility of fabricating multi-core structures, is an interesting option for many future 
applications of optica! fibres/waveguides, for instances in connection with spatial signal 
processing or as elements in complex coupler configurations. Such ideas have been 
suggested normal index-guiding waveguides, but the realisation of multi-core regions is 
25 technologically very difficult for standard fibres/waveguides, it is, therefore, a very attractive 
property of the PCF's that their fabrication (e.g., by stacking together tubes and rods) may 
allow relatively simple realisation of multi-core waveguides. 

The present invention also includes such waveguides combining low-index core regions or 
30 low- and high-index regions, and among the examples of realistic embodiments are 
structures as shown in FIG. 50. In this example, the basic Honeycomb cell structure (60) 
has been used to form the photonic crystal cladding, and two low-index defects (61) has 
been introduced in neighbouring cells to form a region in which guided mode(s) may 
propagate. In FIG. 50, the defect voids have the same dimensions as the voids used to 
35 form the cladding structure. 



48 



Another example is presented in FIG. 51 , in which the defect voids/holes (62) have smaller 
cross-section areas than the voids forming the cladding structure. By adjusting the relative 
sizes of the core (defect) voids compared to those of the cladding structure, means of 
5 mode shaping (and thereby waveguide property engineering) is obtained. 

F!G. 52 illustrates an example in which the defect voids (63) have larger dimensions than 
the voids forming the Honeycomb cladding structure. It should be noted that the cross- 
sections of the defect voids/holes could be of any other shape than the circular one, and in 
1 0 the two core structure as discussed in this context, neither should the two defects have 
equal cross-sectional areas. A simple example of such a structure is shown in FIG. 53, 
where the two defect voids (64) and (65) have different cross-sectional areas. The void 
(64) has in this case a larger cross sectional area than the void (65), which has the same 
cross sectionai-area as the voids terming the cladding structure. 

15 

Another possibility is shown in FIG. 54, where an embodiment with one void (64) of larger 
cross-sectional area and one void (66) of smaller cross-sectiona! area than the cladding 
forming voids is shown. Also here the simple Honeycomb structure with circular voids/holes 
has been shown as the example, 

20 

In FIG. 55 an alternative example is given in which one void (66) of smaller cross- sectional 
area and one void (65) of equal cross-sectional area as the cladding forming voids is 
shown. In the specific examples shown in FIG. 50-55, the defect voids have been placed 
centrally in the Honeycomb ceils, but this is in no way a requirement within the present 
25 invention, since arbitrary locations of defect voids/holes within the unit cells may be applied 
with the purpose of engineering specific waveguiding properties. The idea of applying 
multiple defects in the period «c cladding eel! structure is not limited to the simple 
Honeycomb unit cell, but may also be applied for other cladding structures. 

30 One example is illustrated in FIG. 56, where an example is shown of a Kagome cladding 
structure (68) with two defect voids (67) of equal dimensions as the voids used to form the 
cladding structure. 

In FIG. 57, another embodiment shows a Kagome cladding structure, which has been 
35 modified by two defect voids/holes (69) of smaller cross-section areas than the voids 
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forming the cladding structure. In analogy with the simple Honeycomb cladding examples 
previously discussed; the defects may also be of larger cross-sectional areas than the 
cladding structure forming voids as shown in FIG. 58, and different examples of two defect 
holes of different cross-sectional areas are illustrated for the Kagome cladding structure in 
5 FIG. 59-61. 

in all the examples shown in FIG. 50-61 , the two defect voids/holes were placed in 
neighbouring cells, but this is not always preferable. For instance in cases, where weaker 
coupling or even no power coupling is needed, it may be advantageous to apply larger 
10 spacing between the multiple defects (or core) areas. 

To exemplify this, the simple Honeycomb cladding structure has been shown together v/ith 
two defects, which in FiG. 62 has been located in such a way that one cell (70) without 
defect is placed in between the two celis (71) containing defect voids, in the embodiment of 
1 5 FIG. 62, the defect forming voids have smaller cross-sectional areas than the voids forming 
the simple Honeycomb cladding structure. 

Another example is presented in FiG. 63, where cells (72) with defect forming voids of 
equal cross-sectional area as the cladding forming voids is shown. Also defect celis formed 
20 by voids/holes of different cross-sectional areas may be used. 

In FIG. 64, an example is shown in which two defects have been located in such a way that 
one ceil (70) without defect is placed in between one cell (71) containing a smaller defect 
void and another celt (72) containing an equal sized defect void as those voids forming the 
25 cladding structure. 

FIG. 65 shows an example where a ceil (73) with a defect void of larger cross-section area 
is placed with a separation of one ceil ftom another cell (71) with a smaller defect void. Two 
different combination examples with separated core areas in simple Honeycomb cladding 
30 structures are shown in FIG. 66-67. It should also be stressed that more than one cladding 
ceil could be used to separate defect containing cells, and also more than two defects may 
be included in a single fibre. 

Multiple defects in the periodic cladding cell structure may also be applied for other 
35 cladding structures. One example is illustrated in FIG. 68, where an example is shown of a 
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Kagome cladding structure (74) with two defect voids (75) of smaller dimensions than the 
voids used to form the cladding structure, placed in with a separation of one cell (74) 
between the defect cells. 

5 In FIG. 69, another embodiment shows a Kagome cladding structure, which has been 
modified by two defect voids/holes (76) of equal cross-section areas as the voids forming 
the cladding structure. Also here one cladding ceil has been used to separate the two 
defect cells. 

1 0 In analogy with the simple Honeycomb cladding examples previously discussed, the 
defects may also be of larger eross-sectionai areas than the cladding structure forming 
voids or of non-equal size as shown in different examples in FIG. 70-73, for the Kagome 
cladding structure. As it previously has been discussed, the defects may be formed by a 
combination of several voids/holes, and this approach may also be combined with the 

1 5 multiple-core approach discussed in this part of the description. This leads to a wide range 
of design possibilities, where one defect may be constructed in one way (e.g., by a single 
void), while others may be con&tmcted differently. This may not only be done with respect 
to cross-section but afso with respect to the number of substructures that are to be used in 
the formation of the defects (for example may another defect be formed by three closely 

20 spaced triangular voids/holes) 

It has previously been mentioned that the use of voids with non-circular cross-sections may 
be applied for mode shaping purposes and because the physical properties given by the 
fabrication process may shape the individual voids in specific cross sections. Ail these 
25 possibilities may be combined with all the previously mentioned combinations of different 
cladding structures, multi-element voids, single- or multiple defects etc. A few examples of 
voids with cross-sections different from the circular ones are shown in FIG. 74-81 . 

In FIG. 74, a simple Honeycomb cladding structure with circular voids (80) in the cladding 
30 cells is shown for a case where the core (defect) site is formed by a void (81 ) with elliptical 
cross section. Such a design may provide a more pronounced birefringence, in FIG. 74, 
the cross-sectional area ot the defect void (81) is larger than the cross-sectionai area of the 
cladding forming voids (80). Another example is illustrated in FIG. 75, where a smaller 
void/hole (82) with eliipticai cross section is placed in a simple Honeycomb cladding 



51 



structure, Note that the elliptical voids have been placed centrally in the Honeycomb cells, 
but other placements and orientations of the elliptical major axes may also be made. 

FIG. 76 illustrates an example in which an elliptical core void (84) is placed centrally in a 
5 Kagome cladding structure formed by circular voids (83). in this specific embodiment, the 
cross-sectionai area of the defect forming void is smaller than the voids in the cladding. 

Another realisation is shown in FIG. 77, only in this case the orientation of the major axes 
of the elliptical defect is tilted 30 degrees compared to FIG. 76, and in the case of the 
] 0 example of FIG, 77 the cross-sectional area is larger than the cross-sectionai area of the 
cladding forming voids. 

in FiG. 78, a core defect of arbitrary cross section (85) is shown in a simple Honeycomb 
cladding structure, and in FIG. 79 a core defect (86) of arbitrary cross-section is shown for 
15 a Kagome cladding structure. 

Other combinations may also be considered in which the voids/holes forming the cladding 
structure have cross-sections different from the circular shape used in most examples. 
Such an example is shown in FiG. 80 in which a circular core forming defect void (87) is 
20 placed centrally in a simple Honeycomb cladding structure realised by near-triangular 
shaped voids (88). it should be noted that the orientation of the cladding forming near- 
triangular voids (or voids with any different cross-sectionai shape) may be individually 
adjusted by rotation as long as the desired P8G effect of the cladding is realised. The 
shown orientation is an optimised configuration. 

25 

FiG. 81 shows windmill shaped voids/holes forming the cladding in a Honeycomb structure. 
As in FIG. 80 it should be noted that the orientation of the cladding forming voids/holes 
may be individually adjusted by rotation as long as the desired PBG effect of the cladding 
is realised. The shown orientation is an optimised configuration. 

30 

Although the non-circular voids/holes in FiG. 80 and FIG. 81 have been illustrated for basic 
Honeycomb structures, non-circular voids/holes may as well be applied for defining 
Kagome structures so as to adjust the PBG. 
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It should be noted that the combination of different cross-section shaped voids as shown in 
FIG. 74-81 may be adapted to multi-core configurations as shown in FiG. 62-73. 

In FIG. 82 shows an example of a fibre amplifier comprising a length of the fibre according 
5 to the invention (87), an input signal which is to be amplified {88) ( an output signal which 
has been amplified (89) and a source of radiation (90) for providing a pump signal (91). 
The pump signal typically pumps a dopant which has been introduced into the length of 
fibre. 

1 0 In FIG. 83 shows an example of a fibre laser for providing laser radiation comprising a 
length of the fibre according to the invention (92), an output signal (93), and a source of 
radiation (94) for providing a pump signal (95), The fibre laser further comprises means for 
reflecting (96) the signal travelling inside the laser cavity. 

1 5 The PBG effect, which is the fundamental element of the low-index guiding property is 
obtained by the periodicity of the cladding structure. However, only a very limited number 
of periods is necessary in order to confine the electromagnetic field, and it will, 
consequently, be possible to use conventional overcladding of the part of the preform that 
contains the periodicity. 

20 

The in case of optical fibres, this overciadding could further more improve the strength of 
the fibre so as to provide a fibre that is easier to splice and cleave. In a first aspect of the 
overcladded fibre, a circular outer fibre cross-section could be imagined, so that standard 
fibre fixtures may be used. However, also other overcladding tubes could be imagined, 
25 e.g., square or hexagonally shaped outer fibre cross-sections, which may be preferred in 
the case of highly polarisation preserving fibres, where the outer shape of the fibre could 
facilitate the localisation of fibre primary axes etc. 

As an alternative to the conventional overcladding approach, the strong mode confinement 
30 of the PBG fibres, could suggest another approach in which the fibre surrounding the core 
area is constructed by bundling capillary tubes into a close-packed arrangement according 
to the preferred design of the periodic cladding region. Outside of this periodic region, 
which have to be fixed in position, the outer fibre structure (corresponding to an outer 
cladding region) could be formed by packing of thinner glass rods, which could be 
35 mechanically shaken into place, because the key issue here not is to form a periodic 
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structure. When the preform then iater is drawn into a fibre, the outer cladding structure is 
melted together to form a (near) solid outer cladding. The only requirement for the outside 
placement of thin glass rods is that the surface tension due to an uneven distribution 
outside the periodic part of the fibre, do not result in a significant deformation of the 
5 periodicity. 

PCF's with new functionalities may be fabricated by introducing regions within the fibres 
with special doping materials, or even materials that deviates significantly from the fibre 
basis material (e.g., glass, or polymers). These additional materials could for instance be 
10 rare-earth dopants, specially ultra-violet (UV) sensitive materials, or even semiconductors 
or metals. 

The fabrication process may comprise the introduction of thin rods of doped (or different) 
material at well-defined locations in the closely packed, periodic basis material structure. 
1 5 Alternatively, some of the capillary tubes could be made from a doped material, or the 
preform (or parts of it) could even be placed in solutions of materials that could diffuse or 
bind to the basis material rods and tubes. Since specific parts of the preform could be 
treated individually before further stacking or alternative processing would continue, this 
approach allows for a very high degree of flexibility. 
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CLAIMS 

1 . An optical fibre with a waveguide structure having a longitudinal direction, said optical 
fibre having: 

5 

a core region extending along the longitudinal direction, 

a cladding region extending along the longitudinal direction, said cladding region 
comprising an at least substantially two-dimensionally periodic structure comprising 
1 0 primary, elongated elements each having a centre axis extending in the longitudinal 

direction of the waveguide, the primary elements having a refractive index being lower than 
a refractive index of any material adjacent to the primary elements, 

the periodic structure being, in a cross-section perpendicular to the longitudinal direction, 
1 5 defined by at least one unit cell, wherein, for each unit cell: 

a first circle is defined as the largest circular area possible having a centre not 
positioned outside the unit cell and not enclosing any part of any primary elements, 
and 

20 - one or more further elongated elements are provided each of which 

has an area not exceeding 1/6 of the area of that primary element having its 
centre within the unit cell and having the largest area, 

has a refractive index being lower than that of any material adjacent thereto, 
has a centre not positioned outside the unit cell, and 

25 - does not cover the centre of the first circle. 

2. An optical fibre according to claim 1 , wherein the one or more further elements each has 
an area not exceeding 1/8, the area of that primary element having its centre within the 
unit cell and having the largest area. 

30 

3. An optical fibre according to claim 1 , wherein, for the unit oeii, a second circle is defined 
being the largest possible circle having its centre not positioned outside the unit cell, and 
where the second circle not comprising any parts of the first or further elongated elements, 
and where the area of the second circle is smalier than that of the first circle. 
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4. An optical fibre according to claim 3, wherein the area of Ihe second circle is 90% or less 
than that of the first circle. 

5. An optical fibre according to claim 3, the centre of first circle at least substantially 
5 coincides with the centre of the second circle. 

6. An optical fibre according to claim 1 , wherein the centres of those primary elements, 
parts of which are within a distance of 1 ,5 or less times the radius of the first circle from the 
centre of the first circle, define the vertices of a polygon with three or more sides. 

10 

7. An optical fibre according to claim 6, wherein the polygon is a regular polygon. 

8. An optical fibre according to claim 6, wherein the polygon is chosen from the group 
consisting of a triangular, rectangular, quadratic, or hexagonal polygon. 



9. An optical fibre with a waveguide structure having a longitudinal direction, said optica! 
fibre having: 

a core region extending along the longitudinal direction, 



a cladding region extending along the longitudinal direction, said cladding region 
comprising an at least substantially two-dimensionaily periodic structure comprising 
primary, elongated elements each having a centre axis extending in the longitudinal 
direction of the waveguide, the primary elements having a refractive index being lower than 
25 a refractive index of any material adjacent to the elongated elements, 

the periodic structure being defined, in a cross-section perpendicular to the longitudinal 
direction, by a unit cell, where the sum of all areas of elongated elements, which areas are 
comprised within the unit cell, is larger than 1 2. times the area of that primary element 
30 having its centre axis not positioned outside the unit cell and having the largest area. 

1 0. An optical fibre according to claim 9, wherein the sum of all areas of elongated 
elements comprised within the unit cell is larger than 1 .3 times the area of that primary 
element having its centre axis not positioned outside the unit ceil and having the largest 
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35 area. 
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1 1 . An optical fibre according to claim 9, wherein the periodic structure comprises 
secondary elongated elements having a refractive index being larger than that of any 
material adjacent thereto and to any material being adjacent to a primary element. 

12. An optical fibre according to claim 1 1 , wherein, for a unit cell, the sum of all areas of 
secondary elements within the unit cell is larger than 0.25 times the area of a secondary 
element having its centre axis not positioned outside the unit oeli and having the largest 
area. 



13. An optical fibre according to claim 1 1 , wherein, for a unit cell, the sum of all areas of 
secondary elements within the unit cell is larger than 0.05 times the area of the primary 
element having its centre axis not positioned outside the unit cell and having the largest 
area. 



\ 1 4. An optical fibre with a waveguide structure having a longitudinal direction, said optica! 
fibre having; 

- a core region extending along the longitudinal direction, 

20 

- a cladding region extending along the longitudinal direction, said cladding region 
comprising an at least substantially two-dimensionally periodic structure comprising 
primary, elongated elements each having a centre axis extending in the longitudinal 
direction of the waveguide, the primary elements having a refractive index being lower than 

25 a refractive index of any material adjacent to the primary elements, 

the periodic structure being, in a cross-section perpendicular to the longitudinal direction, 
defined by a unit cell, and where a polygon is defined: 

having centres of primary elements in its vertices, 
30 - not enclosing any centres of other primary elements than those having their centres 
at the vertices of the polygon, and 
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having an area less than or equal to that of the unit cell, 
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where a first circle is defined as the smallest circle possible having its centre positioned 
within the polygon, and which comprises the vertices of the polygon, 
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and where the area of the circle divided by the area of the polygon is less than 2.4. 

1 5. An optical fibre according to claim 14, wherein the polygon is a regular polygon and the 
5 first circie is that circumscribing the polygon. 

1 6. An optica! fibre according to claim 14, wherein the polygon has four or more sides. 

17. An optical fibre according to claim 16, wherein the polygon is quadratic or a hexagonal 
10 polygon. 




18. An optical fibre with a waveguide structure having a longitudinal direction, said optical 
fibre having: 

1 5 - a core region extending along the longitudinal direction, 

a cladding region extending along the longitudinal direction, said cladding region 
comprising an at least substantially two-dimensionally periodic structure comprising 
primary, elongated elements each having a centre axis extending in the longitudinal 
20 direction of the waveguide, the primary elements having a refractive index being lower than 
a refractive index of any material adjacent to the primary elements, 

the periodic structure being, in a cross-section perpendicular to the longitudinal direction, 
defined by a unit cell, where, in each unit ceil: 

26 

n d a» >n ud Ai(V3) 

where 

n d is the largest index of refraction within a first circle which is defined as a largest 
circle possible having a centre not positioned outside the unit cell and not enclosing any 
30 part of any primary element, 

nud is a largest index of refraction not positioned outside the unit cell but outside any 
of the first circles of the unit cells, 

Ai is a smallest distance between centre axes of two primary elements within the 
periodic structure, 



58 



A 2 is a distance between the centre of the first circle of the unit cell and the centre 
of the first circle of an adjacent unit celL 

1 9. An optical fibre according to claim 18, wherein, for each unit cell: n d A 2 > 2 n ud At. 

5 

20. An optical fibre according to claim 18, wherein, in each unit cell, n<* is at least 
substantially identical to n^. 

21 . An optica! fibre according to claim 18, wherein, in each unit cell, n d > rw 

10 

22. An optical fibre according to claim 18 s wherein n ud is and n d is selected within the 
interval of 1-10, 

23. An optical fibre according to claim 18, wherein the unit cell comprises further elongated 
1 5 elements each having a centre axis extending in the longitudinal direction of the 

waveguide, the cross-sectional area of each of the further elements being less than 1/6 of 
a cross-sectional area of that primary element, having its centre within the unit cell, having 
the largest cross-sectional area. 

20 24. An optical fibre according to claim 23 t wherein: 

n 0 A 2 >(V3) n Lid A 3 

where 

25 - n d is the largest Index of refraction within a first circle which is defined as a largest 
circle possible having a centre not positioned outside the unit ceil and not enclosing any 
part of any primary element, 

nud is a largest index of refraction not positioned outside the unit cell but outside any 
of the first circles of the unit cells, 
30 - As is a smallest distance between centre axes of two primary or further elements 
within the periodic structure, 

A 2 is a smallest distance between the centres of two adjacent first circles. 



25. An optical fibre according to claim 24, wherein, for each unit cell; n d A 2 > 2 n ud A3 

35 
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^ 26. An optical fibre with a waveguide structure having a longitudinal direction, said optical 
fibre having: 

a core region extending along the longitudinal direction, 

5 

a cladding region extending along the longitudinal direction, said cladding region 
comprising an at least substantially two-dimensionally periodic structure comprising 
primary, elongated elements each having a centre axis extending in the longitudinal 
direction of the waveguide, the primary elements having a refractive index being lower than 
1 0 a refractive index of any material adjacent to the primary elements, 

the periodic structure being, in a cross-section perpendicular to the longitudinal direction, 
defined by at least one unit cell, where, for each unit cell, a first circle is defined as the 
largest circular area possible having a centre not positioned outside the unit ceil and not 
1 5 enclosing any part of any primary elements, 

where more than 3 first primary elements exist, parts of which exist within a distance of 1 .2 
or less times the radius of the first circle from the centre of the first circle. 

20 27. An optical fibre according to claim 26, wherein more than 4 first primary elements exist, 
parts of which exist within a distance of 1 .2 or less times the radius of the first circle from 
the centre of the first circle. 

28. An optical fibre according to claim 26, wherein the parts of the first primary elements 
25 exist within a distance of 1 .1 or less times the radius of the first circle from the centre of the 

first circle. 

29. An optical fibre according to claim 26, wherein the first primary elements define a 
polygon having 3-6 sides and having centres of first primary elements in its vertices, each 

30 of the first primary elements not having centres in the vertices being positioned with its 
centre axis no further from a side of the polygon than 1/5 of a length of that side. 




30. An optical fibre with a waveguide structure having a longitudinal direction, said optical 
fibre having: 

35 
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a core region extending along the longitudinal direction, 

a cladding region extending along the longitudinal direction, said cladding region 
comprising an at least substantially two-dinnensionally periodic structure comprising 
5 primary, elongated elements each having a centre axis extending in the longitudinal 
direction of the waveguide, each primary element having a refractive index being lower 
than a refractive index of any material adjacent to the primary element, 

the periodic structure being, in a cross-section perpendicular to the longitudinal direction, 
1 0 defined by a unit ceil, and where, for each unit cell, one or more polygons are defined as: 

a first polygon is defined as having its vertices at centres of first primary elements 
selected by: 

defining a first circle as the largest circular area possible having a centre not 
1 5 positioned outside the unit cell and not enclosing any part of any primary elements, 

selecting the first primary elements as those having not positioned further 
away from the centre of the first circle than 1 .2 times the radius of the first circle, 
for each area, if any, of the unit cell, which area is not comprised within a first 
polygon, an additional polygon is defined as having its vertices at centres of 
20 additional primary elements selected by: 

defining an additional circle as the largest circular area possible having a 
centre not positioned outside the area and not enclosing any part of any primary 
elements, 

selecting the additional primary elements as those having their centres not 
25 positioned further away from the centre of the additional circle than 1 .2 times the 

radius of the additional circle, 

the periodic structure comprising deviating primary elements having a shape deviating from 
a circular shape and having extending parts defined as those parts of the shape of the 
30 deviating primary element extending outside a circle having the same area as that of the 
deviating primary element and having its centre at a centre of the deviating primary 
element, each extending part extending toward one of those primary elements which 
together with which the deviating primary element defines a side of a polygon in the 
periodic structure, 
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each extending part extending toward a primary element and having an area being larger 
than 3% of the area of the circle. 

31 . An optical fibre according to claim 30, wherein at least one extending part has an axis 
5 of symmetry at least substantially coinciding with a tine intersecting the centre of the circle 
and the centre of a primary element with which the deviating primary element defines a 
side. 

32 An optical fibre according to claim 30, wherein at least one extending part extends a 
1 0 distance of at least 5% of the radius of the circle and in a direction away from the centre ot 



33. An optical fibre according to claim 30, wherein a first circle is defined as the smallest 
possible circle having its centre positioned within the first polygon, and which comprises 

1 5 (meaning: within or on the boundary) the vertices of the first polygon. 

34. An optica! fibre according to ciaim 30, wherein the first polygon has four or more sides. 

35. An optical fibre according to claim 34, wherein the first polygon is a hexagonal. 

20 

36 An optical fibre according to ciaim 30, wherein the first polygon is regular. 



37. An optical fibre with a waveguide structure having a longitudinal direction, said optica! 
fibre having: 



a core region extending along the longitudinal direction, 

a cladding region extending along the longitudinal direction, said cladding region 
comprising an at least substantially two-dimensionaily periodic structure comprising 
30 primary, elongated elements each having a centre axis extending in the longitudinal 
direction of the waveguide, the primary elements each having a refractive index being 
lower than a refractive index of any material adjacent to the primary element. 



the circle. 




25 



35 



the periodic structure being, in a cross-section perpendicular to the longitudinal direction, 
defined by a unit cell, and where a polygon is defined: 
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having centres of primary elements in its vertices, 

not enclosing any centres of other primary elements than those having their centres 

at the vertices of the polygon, and 

having an area less than or equal to that of the unit ceil, 

5 

the polygon being a regular, hexagonal polygon. 

38. An optical fibre according to claim 37, wherein one or more further elongated elements 
are provided each of which 
} 0 - has an area not exceeding 1 /6 of the area of that primary element having its centre 
within the unit ceil and having the largest area, 

has a refractive index being lower than that of any material adjacent thereto, 

where: 

1 5 - further elements of two polygons sharing a common side are positioned 
symmetrically around a centre of the common side, and 

further elements of two polygons sharing a single primary element are positioned 
symmetrically around a centre of the single primary element. 

20 39. An optical fibre according to claim 38, wherein the one or more further elongated 

elements each has an area not exceeding 1/8 of the area of that primary element having its 
centre within the unit cell and having the largest area. 

40. An optical fibre according to claim 37, wherein, in the periodic structure, regular 

25 hexagonal polygons exist, all sides of which are shared with another regular hexagonal 
polygon. 

41 . An optical fibre according to claim 37, wherein the structure is defined by the regular 
hexagonal polygon arid a regular triangle having a side length corresponding to that of the 

30 regular hexagonal polygon, and where hexagonal polygons exist, each side of which is 
shared with a triangle. 



42. An optical fibre according to claim 1 , wherein the periodic structure further comprises 
one or more secondary elongated elements having a refractive index higher than that of 
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any material adjacent thereto or adjacent to any primary elements, the secondary elements 
each has a centre axis extending in the longitudinal direction of the fibre. 

43. An optical fibre according to claim 42. wherein, in each unit cell, a secondary element is 
5 provided having its centre axis within the first circle. 

44. An optical fibre according to claim 14. wherein the periodic structure further comprises 
one or more secondary elongated elements having a refractive index higher than that of 
any material adjacent thereto or adjacent to any primary elements, the secondary elements 

1 0 each has a centre axis extending in the longitudinal direction of the fibre. 

45. An optica! fibre according to claim 44, wherein, in each unit cell, a secondary element is 
provided having its centre axis within the first circle. 

1 5 46. An optica! fibre according to claim 18, wherein the periodic structure further comprises 
one or more secondary elongated elements having a refractive index higher than that of 
any material adjacent thereto or adjacent to any primary elements, the secondary elements 
each has a centre axis extending in the longitudinal direction of the fibre. 

20 47. An optical fibre according to claim 46, wherein, in each unit cell, a secondary element is 
provided having its centre axis within the first circle. 

48. An optical fibre according to claim 26, wherein the periodic structure further comprises 
one or more secondary elongated elements having a refractive index higher than that of 

25 any material adjacent thereto or adjacent to any primary elements, the secondary elements 
each has a centre axis extending in the longitudinal direction of the fibre. 

49. An optical fibre according to claim 48, wherein, in each unit cell, a secondary element is 
provided having its centre axis within the first circle. 

30 

50. An optical fibre according to claim 33, wherein the periodic structure further comprises 
one or more secondary elongated elements having a refractive index higher than that of 
any material adjacent thereto or adjacent to any primary elements, the secondary elements 
each has a centre axis extending in the longitudinal direction of the fibre. 

35 
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51 . An optical fibre according to claim 50, wherein, in each unit ceil, a secondary element is 
provided having its centre axis within the first circle. 

52. An optical fibre according to claim 37, wherein the periodic structure further comprises 
5 one or more secondary elongated elements having a refractive index higher than that of 

any material adjacent thereto or adjacent to any primary elements, the secondary elements 
each has a centre axis extending in the longitudinal direction of the fibre. 

53. An optical fibre according to claim 52, wherein, in each unit cell, a secondary element is 
1 0 provided having its centre axis within the first circle. 



j54. An optical fibre with a waveguide structure having a longitudinal direction, said optical 
fibre having: 



a cladding region extending along the longitudinal direction, said cladding region 
comprising an at least substantially two-dirnensionally periodic structure comprising 
piimary, elongated elements each having a centre axis extending in the longitudinal 
20 direction of the waveguide, the primary elements each having a refractive index being 
lower than a refractive index of any material adjacent to the primary element, 

the periodic structure further comprising secondary, elongated elements each having a 
refractive index being larger than that of any material adjacent thereto and any material 
25 adjacent to a primary element, each secondary element having a centre axis extending in 
the longitudinal direction of the fibre. 

55. An optical fibre according to claim 54 ( wherein the periodic structure is, in a cross- 
section perpendicular to the longitudinal direction, defined by at least one unit cell, where, 
30 for each unit ceil, a first circle is defined as the largest circular area possible having a 
centre not positioned outside the unit cell and not enclosing any part of any primary 
elements, where a secondary element is provided having its centre axis within the first 
circle. 




15 - 



a core region extending along the longitudinal direction, 
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56. An optical fibre according to claim 55, wherein a plurality of first primary elements exist, 
parts of which exist within a distance of 1 .2 or less times the radius of the first circle from 
the centre of the first circle, a polygon being defined as having its vertices at the centres of 
the plurality of first primary elements, the polygon being a regular, hexagonal polygon. 

5 

57. An optical fibre according to claim 56, wherein, in the periodic structure, hexagonal 
polygons exist, all sides of which are common to another hexagonal polygon. 

58. An optical fibre according to claim 56, wherein the structure is defined by the hexagonal 
1 0 polygon and a regular triangle having a side length corresponding to that of the regular 

hexagonal polygon, and where hexagonal polygons exist, each side of which is common to 
a triangle. 

59. An optical fibre according to claim 1 , wherein the core region comprises a first 
15 additional elongated element extending in the longitudinal direction of the fibre. 

60. An optical fibre according to claim 59, wherein the first additional element is a void. 

61 . An optical fibre according to claim 59, wherein the additional element or any material 
20 adjacent thereto comprises a dopant or a material showing higher order optical effects. 

62. An optical fibre according to claim 59, wherein the core region comprises a second 
additional elongated element, the first and second additional elements being positioned at 
a distance where light travelling in one additional element is able to couple to the other 

25 additional element. 

63. An optical fibre according to claim 14, wherein the core region comprises a first 
additional elongated element extending in the longitudinal direction of the fibre. 

30 64. An optical fibre according to claim 63, wherein the first additional element is a void. 



65. An optical fibre according to claim 63, wherein the additional element or any material 
adjacent thereto comprises a dopant or a material showing higher order optical effects. 
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88. An optical fibre according to claim 63, wherein the core region comprises a second 
additional elongated element, the first and second additional elements being positioned at 
a distance where light travelling in one additional element is able to couple to the other 
additional element. 

5 

67. An optical fibre according to claim 18 f wherein the core region comprises a first 
additional elongated element extending in the longitudinal direction of the fibre. 

68. An optical fibre according to claim 67, wherein the first additional element is a void. 

10 

69. An optical fibre according to claim 67, wherein the additional element or any material 
adjacent thereto comprises a dopant or a material showing higher order optical effects. 

70. An optical fibre according to claim 67, wherein the core region comprises a second 

1 5 aditiona! elongated element, the first and second additional elements being positioned at a 
distance where !igh1 traveliing in one additional element is able to couple to the other 
additional element. 

71 . An optical fibre according to claim 26, wherein the core region comprises a first 
20 additional elongated element extending in the longitudinal direction of the fibre. 

72. An optical fibre according to claim 71 , wherein the first additional element is a void. 

73. An optical fibre according to claim 71 , wherein the additional element or any materia! 
25 adjacent thereto comprises a dopant or a material showing higher order optical effects. 

74. An optical fibre according to claim 71 , wherein the core region comprises a second 
additional elongated element, the first and second additional elements being positioned at 
a distance where light travelling in one additional element is able to couple to the other 

30 additional element. 

75. An optical fibre according to claim 33, wherein the core region comprises a first 
additional elongated element extending in the longitudinal direction of the fibre. 

35 76. An optical fibre according to claim 75, wherein the first additional element is a void. 
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77. An optical fibre according to claim 75, wherein the additional element or any material 
adjacent thereto comprises a dopant or a materia! showing higher order optica! effects. 

5 78. An optical fibre according to claim 75, wherein the core region comprises a second 
additional elongated element, the first and second additional elements being positioned at 
a distance where iight travelling in one additional element is able to couple to the other 
additional element. 

1 0 79. An optical fibre according to claim 37, wherein the core region comprises a first 
additional elongated element extending in the longitudinal direction of the fibre. 

80. An optical fibre according to claim 79, wherein the first additional element is a void. 

15 81 . An optica! fibre according to claim 79, wherein the additional element or any material 
adjacent thereto comprises a dopant or a material showing higher order optical effects. 

82. An optical fibre according to claim 79, wherein the core region comprises a second 
additional elongated element, the first and second additional elements being positioned at 

2J a distance where light travelling in one additional element is able to couple to the other 
additional element. 

83. An optical fibre according to claim 44, wherein the core region comprises a first 
additional elongated element extending in the longitudinal direction of the fibre. 

25 

84. An optical fibre according to claim 83, wherein the first additional element is a void. 

85. An optical fibre according to claim 83, wherein the additional element or any material 
adjacent thereto comprises a dopant or a material showing higher order optical effects. 

30 

86. An optical fibre according to claim 83, wherein the core region comprises a second 
additional elongated element, the first and second additional elements being positioned at 
a distance where light traveling in one additional element is able to couple to the other 
additional element. 



35 
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87. An optical fibre according to claim 1 the fibre comprising a plurality of core regions. 

88. An optical fibre according to claim 87, wherein the core regions are positioned 
symmetrically within the periodical structure, a period of the core regions being larger than 

5 a period of the periodical structure. 

89. An optical fibre according to claim 14, the fibre comprising a plurality of core regions. 

90. An optical fibre according to claim 89, wherein the core regions are positioned 

10 symmetrically within the periodical structure, a period of the core regions being larger than 
a period of the periodica! structure. 

91 . An optical fibre according to claim 18, the fibre comprising a plurality of core regions. 

16 92. An optical fibre according to ciaim 91 , wherein the core regions are positioned 

symmetrically within the periodica! structure, a period of the core regions being larger than 
a period of the periodical structure. 

93. An optical fibre according to claim 26, the fibre comprising a plurality of core regions. 

20 

94. An optical fibre according to claim 93, wherein the core regions are positioned 
symmetrically within the periodical structure, a period of the core regions being larger than 
a period of the periodical structure. 

25 95. An optical fibre according to claim 33, the fibre comprising a plurality of core regions. 

96. An optical fibre according to claim 95, wherein the core regions are positioned 
symmetrically within the periodica! structure, a period of the core regions being larger than 
a period of the periodical structure. 

30 

97. An optical fibre according to claim 37, the fibre comprising a plurality of core regions. 

98. An optical fibre according to claim 97, wherein the core regions are positioned 
symmetrically within the periodical structure, a period of the core regions being larger than 

35 a period of the periodical structure. 
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99. An optical fibre according to claim 44, the fibre comprising a plurality of core regions. 

1 00. An optical fibre according to claim 99, wherein the core regions are positioned 

5 symmetrically within the periodical structure, a period of the core regions being larger than 
a period of the periodical structure. 

1 01 . A sensor for sensing or detecting at least one characteristic of a liquid or gas, the 
sensor comprising: 

10 

a length of the optical fibre according to claim 1 , wherein the core region comprises 
at least a first additional element, the first element being a void extending along the 
longitudinal direction of the fibre, 

means for providing the liquid or gas into the void of the core region, 
1 5 - means for introducing light into the core region, the light being adapted to interact 
with the gas or liquid in a manner so that the characteristic of the liquid or gas may be 
determined, 

means for detecting light emitted from the fibre and for determining the 
characteristic of the liquid or gas. 

20 

1 02. A sensor according to claim 101 ( wherein the introducing means are adapted to 
introduce the light into the first additional element. 

1 03. A sensor according to claim 101 , wherein the core region comprises a second, 

25 elongated element extending in the longitudinal direction of the fibre, where the first and 
second additional elements are positioned at a distance where light travelling in one 
additional element is able to couple to the other additional element, and wherein the 
introducing means are adapted to introduce the light into the second additional element. 

30 1 04. A sensor for sensing or detecting at least one characteristic of a liquid or gas, the 
sensor comprising: 

a length of the optical fibre according to claim 1 4, wherein the core region 
comprises at least a first additional element, the first element being a void extending along 
35 the longitudinal direction of the fibre, 
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means for providing the liquid or gas into the void of the core region, 

means for introducing light into the core region, the light being adapted to interact 

with the gas or liquid in a manner so that the characteristic of the liquid or gas may be 

determined, 

5 - means for detecting light emitted from the fibre and for determining the 
characteristic of the liquid or gas. 

1 05. A sensor according to claim 104, wherein the introducing means are adapted to 
introduce the light into the first additional element. 

10 

1 06. A sensor according to claim 1 04, wherein the core region comprises a second, 
elongated element extending in the longitudinal direction of the fibre, where the first and 
second additional elements are positioned at a distance where light travelling in one 
additional element is ab!e to couple to the other additional element, and wherein the 

1 5 introducing means are adapted to introduce the light into the second additional element. 

1 07. A sensor for sensing or detecting at least one characteristic of a liquid or gas, the 
sensor comprising: 

20 - a length of the optical fibre according to claim 1 8, wherein the core region 

comprises at least a first additional element, the first element being a void extending along 
the longitudinal direction of the fibre, 

means for providing the liquid or gas into the void of the core region, 
means for introducing light into the core region, the light being adapted to interact 
?o with the gas or liquid in a manner so that the characteristic of the liquid or gas may be 
determined, 

means for detecting light emitted from the fibre and for determining the 
characteristic of the liquid or gas. 

30 108. A sensor according to claim 107, wherein the introducing means are adapted to 
introduce the light into the first additional element. 

109. A sensor according to claim 107 } wherein the core region comprises a second, 
elongated element extending in the longitudinal direction of the fibre, where the first and 
35 second additional elements are positioned at a distance where light travelling in one 
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additional element is able to couple to the other additional element, and wherein the 
introducing means are adapted to introduce the light into the second additional element. 

1 10. A sensor for sensing or detecting at least one characteristic of a liquid or gas, the 
5 sensor comprising: 

a length of the optical fibre according to claim 26, wherein the core region 
comprises at least a first additional element, the first element being a void extending along 
the longitudinal direction of the fibre, 
1 0 - means for providing the liquid or gas into the void of the core region, 

means for introducing light into the core region, the light being adapted to interact 
with the gas or liquid in a manner so that the characteristic of the liquid or gas may be 
determined, 

means for detecting light emitted from the fibre and for determining the 
1 5 characteristic of the liquid or gas. 

1 1 1 . A sensor according to claim 110, wherein the introducing means are adapted to 
introduce the light into the first additional element. 

20 1 12. A sensor according to claim 110, wherein the core region comprises a second, 
elongated element extending in the longitudinal direction of the fibre, where the first and 
second additional elements are positioned at a distance where light travelling in one 
additional element is able to couple to the other additional element, and wherein the 
introducing means are adapted to introduce the light into the second additional element. 



4< o 1 13. A sensor for sensing or detecting at least one characteristic of a liquid or gas, the 
sensor comprising: 

a length of the optical fibre according to claim 33, wherein the core region 
30 comprises at least a first additional element, the first element being a void extending along 
the longitudinal direction of the fibre, 



with the gas or liquid in a manner so that the characteristic of the liquid or gas may be 
35 determined, 




means for providing the liquid or gas into the void of the core region, 

means for introducing light into the core region, the light being adapted to interact 
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means for detecting light emitted from the fibre and for determining the 
characteristic of the liquid or gas. 

1 14. A sensor according to ciaim 113, wherein the introducing means are adapted to 
5 introduce the Sight into the first additional element. 

115. A sensor according to claim ! 13, wherein the core region comprises a second, 
elongated element extending in the longitudinal direction of the fibre, where the first and 
second additional elements are positioned at a distance where light travelling in one 

] 0 additional element is able to couple to the other additional element, and wherein the 
introducing means are adapted to introduce the light into the second additional element. 

1 16. A sensor for sensing or detecting at least one characteristic of a liquid or gas, the 
sensor comprising: 

15 

a length of the optica! fibre according to claim 37, wherein the core region 
comprises at least a first additional element, the first element being a void extending along 
the longitudinal direction of the fibre, 

means for providing the liquid or gas into the void of the core region, 
20 - means for introducing light into the core region, the light being adapted to interact 
with the gas or liquid in a manner so that the characteristic of the liquid or gas may be 
determined, 

means for detecting light emitted from the fibre and for determining the 
characteristic of the liquid or gas. 

25 

1 17. A sensor according to ciaim 116, wherein the introducing means are adapted to 
introduce the light into the first additional element. 

1 18. A sensor according to ciaim 116, wherein the core region comprises a second, 

30 elongated element extending in the longitudinal direction of the fibre, where the first and 
second additional elements are positioned at a distance where light travelling in one 
additional element is able to couple to the other additional element, and wherein the 
introducing means are adapted to introduce the tight into the second additional element. 
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1 19. A sensor for sensing or detecting at least one characteristic of a liquid or gas, the 
sensor comprising: 

a length of the optical fibre according to claim 44, wherein the core region 
5 comprises at least a first additional element, the first element being a void extending along 
the longitudinal direction of the fibre, 

means for providing the liquid or gas into the void of the core region, 
means for introducing light into the core region, the light being adapted to interact 
with the gas or liquid in a manner so that the characteristic of the liquid or gas may be 
10 determined, 

means for detecting light emitted from the fibre and for determining the 
characteristic of the liquid or gas. 

120. A sensor according to claim 119, wherein the introducing means are adapted to 
1 5 introduce the light into the first additional element. 

1 21 . A sensor according to claim 119, wherein the core region comprises a second, 
elongated element extending in the longitudinal direction of the fibre, where the first and 
second additional elements are positioned at a distance where light travelling in one 

20 additional element is able to couple to the other additional element, and wherein the 
introducing means are adapted to introduce the light into the second additional element. 



122, A fibre amplifier for amplifying an optical signal, said fiore amplifier comprising: 

25 - a length of optica! fibre according to 1 , wherein the core region comprises a 
dopant materia} along at least part of the length, and 

- means for providing pump radiation to the dopant material for pumping the 
dopant material so as to amplify the optical signal. 

30 

123. A fibre amplifier for amplifying an optica! signal, said fibre amoiifier comprising: 




- a length of optical fibre according to claim 14, wherein the core region comprises 
a dopant material along at least part of the length, and 

35 
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- means for providing pump radiation to the dopant material for pumping the 
dopant material so as to amplify the optical signal. 

1 24. A fibre amplifier for amplifying an optica! signal, said fibre amplifier comprising; 

5 

- a length of optical fibre according to claim 18, wherein the core region comprises 
a dopant material along at least part of the length, and 

- means for providing pump radiation to the dopant material for pumping the 
1 0 dopant materia! so as to amplify the optical signal. 

1 25. A fibre amplifier for amplifying an optica! signal, said fibre amplifier comprising: 

- a length of optical fibre according to claim 26, wherein the core region comprises 
1 5 a dopant materia; along at least part of the length, and 

- means for providing pump radiation to the dopant materia! for pumping the 
dopant material so as to amplify the optical signal. 

20 1 26. A fibre amplifier for amplifying an optica! signal, said fibre amplifier comprising: 

- a length of optical fibre according to claim 33, wherein the core region comprises 
a dopant materia! along at least part of the length, and 

25 - means for providing pump radiation to the dopant material for pumping the 
dopant material so as to amplify the optical signal. 

127. A fibre amplifier for amplifying an optical signal said fibre amplifier comprising: 

30 - a length of optical fibre according to ciaim 37, wherein the core region comprises 
a dopant materia; along a+ least part of the length, and 

- means for providing pump radiation to the dopant material for pumping the 
dopant material so as to amplify the optical signal. 
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128, A fibre amplifier for amplifying an optical signal, said fibre amplifier comprising: 

- a length of optical fibre according to claim 44, wherein the core region comprises 
5 a dopant material aiong at least part of the length, ana 

- means for providing pump radiation to the dopant materia! for pumping the 
dopant material so as to amplify the optical signal. 

10 1 29. A fibre iaser for outputting iaser radiation, said flore laser comprising: 

- a length of optica! fibre according to claim 1, wherein the core region comprises 
a dopant materia! along a t least port of the length, 

15 - means for providing pump radiation to the dopant material for pumping the 
dopant materia! so as tc amplify the optica! signai, and 

- feedback means for selectively feeding back at least part of the amplified 
optical signal so as to repeatedly pass the amplified optica! signal through the 

20 iength of the ooticol fibre so as lo further amplify the opticai signal. 

130 A fibre laser for outputting laser radiation, said fibre laser comprising: 

- a length of optica! fibre according to claim 1 4, wherein the core region comprises 
25 a dopant material along at least part of the iength, 

- means for providing pump radiation to the dopant material for pumping the 
dopant material so as to amplify the optical signal, and 

30 - feedback means for selectively feeding back at least part of the amplified 
optica! signal so as to repeatedly pass the amplified optical signal through the 
length of the opticai fibre so as to further amplify the optical signal. 



76 



1 31 . A fibre laser for outputting laser radiation, said fibre laser comprising: 

- a length of optical fibre according to claim 18, wherein the core region comprises 
a dopant material along at least part of the length, 

5 

- means for providing pump radiation to the dopant material for pumping the 
dopant material so as to amplify the optical signal, and 

- feedback means for selectively feeding back at least part of ~he amplified 
10 optical signai so as to repeatedly pass the amplified optical signal through the 

length of the ooticai fibre so as to further amplify the optical signai. 

1 32. A fibre laser for outputting laser radiation, said fibre laser comprising: 

15 - a length of optical fibre according to claim 26, wherein the cose region comprises 
a dopant materia! along at least part of the length, 

- means for providing pump radiation to the dopant material for pumping the 
dopant material so as to amplify the opficai signal, and 

20 

- feedback means for selectively feeding back at ieast part of the amplified 
optical signal so as to repeatedly pass the amplified optical signal through the 
length of the opficai fibre so as to further amplify the optical signal, 

25 1 33, A fibre laser for outputting laser radiation, said fibre laser comprising: 

- a length of optical fibre according to claim 33, wherein the core region comprises 
a dopant materiai along at least part of the length, 

30 - means for providing pump radiation to the dopant material for pumping the 
dopant material so as to amplify the optica! signal and 
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- feedback means for selectively feeding beck at least part of the amplified 
optical signal so as to reoeatedly pass the amplified optical signal through the 
length of the optica! fibre so as to further amplify the optica! signal. 

5 1 34. A fibre laser for cutputting laser radiation, said fibre laser comprising: 

- a length of optica! fibre according to claim 37, wherein the core region comprises 
a dopant materia! along at least part of the length, 

1 0 - means for providing pump radiation to the dopant" material for pumping the 
dopant material so as to amplify the optical signa! r and 

■ feedback means for selectively feeding back at ieast part of tne amplified 
optical signal so as to lepeatediy doss the amplified epical signal through the 
15 length of the opticai tiers so as to further amplify tne optica! signal, 

1 35. A fibre laser for cutputting laser radiarion, said fibre laser comprising: 

- a length of optical fibre according to claim 44, wnerein the core region comprises 
20 a dopant material along at least part of the length, 

- means for providing pump radiation to the dopant material for pumping the 
dopant material so as to amplify the optical signal and 

26 - teedback means for selectively feeding back at least part of the amplified optical signal so 
as to repeatedly pass the amplified optical signal through the length of the optical fibre so 
as to further amplify the optical signal. 
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ABSTRACT 

An optical fibre having a periodical cladding structure providing an photonic band gap 
structure with superior qualities. The periodical structure being one wherein high index 
5 areas are defined and wherein these are separated using a number of methods. One such 
method is the introduction of additional low index elements, another method is providing 
elongated elements deformed in relation to a circular cross section. Also described is a 
cladding structure comprising elongated elements of a material having an index of 
refraction higher than that of the material adjacent thereto. Using this additional material, 
1 0 prior art structures may obtain much better qualities. 
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